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A multipurpose treatment composition for metal surfaces comprises phosphate ions, fluorometallate ions, water soluble polymers 
containing substituted aminomethylene moieties bonded to benzene rings which also have an oxygen atom bonded to another carbon atom 
in the same ring, and a distinct kind of film-forming polymer. The compositions are free from chromium and other heavy metals that 
cause serious pollution problems in some prior art treatment compositions. Coating layers formed in a process according to, the invention 
are effective for at least three different purposes: increasing adhesion of and corrosion protection from subsequently applied paints or 
other protective coatings with a largely organic matrix; without any subsequently applied protective coating, providing at least temporary 
protection against staining and development of white rust on zinc of zinc alloy surfaces treated in a process according to the invention, 
and providing sufficient lubricity to permit roll forming of sheet metals treated in a process according to the invention without the need for 
additional liquid lubricants such as oil. 
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Description 

COMPOSITION AND PROCESS FOR MULTI-PURPOSE TREATMENT OF METAL 

SURFACES 



BACKGROUND OF THE INVENTION 

This invention relates to aqueous liquid compositions and processes using such 
liquids for chemically treating metal surfaces to form a coating layer thereon. The com- 
positions are free from chromium and other heavy metals that cause serious pollution 
problems in some prior art treatment compositions. Coating layers formed in a process 
according to the invention can be effective for at least three different purposes: increas- 
ing adhesion of and corrosion protection from subsequently applied paints or other pro- 
tective coatings with ^largely organic matrix; without any subsequently applied protective 
coating, providing at least temporary protection against staining and development of 
white rust on zinc or zinc alloy surfaces treated in a process according to the invention; 
and providing sufficient lubricity to permit roll forming of sheet metals treated in a process 
according to the invention without the need for additional liquid lubricants such as oil. 

Traditionally, most zinciferous and/or aluminiferous surf aces have been passivat- 
ed by chemical treatment with aqueous liquid compositions containing at least some hex- 
avalent chromium. Concerns about environmental pollution have led in recent years to 
development and disclosure of some chromium-free treatments. However, there is still 
room for further improvements with respect to, among other things, cost, ease of use, 
and versatility of coatings formed. Conventional rolling oil lubricants also can cause pol- 
lution, cost, and fire hazard problems. 

Various alternative and/or concurrent objects of this invention are: (i) to provide 
an entirely or substantially chromium-free composition and process for passivating that 
will provide an adequate corrosion resistance in comparison with previously used high 
quality chromate containing passivating agents; (ii) to provide an economical passivating 
treatment; (iii) to reduce pollution potential; (iv) to provide a solid coating that provides 
adequate lubrication for roll forming of sheet metal without the need for supplemental or- 
ganic liquid lubricant; (v) to provide paint-adhesion improvements by the same coating 
as is used for passivating; and (vi) to reduce costs of overall operations. 

Except in the claims and the operating examples, or where otherwise expressly 
indicated, all numerical quantities in this description indicating amounts of material or 
conditions of reaction and/or use are to be understood as modified by the word "about" 
in describing the broadest scope of the invention. Practice within the numerical. limits 
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stated is generally preferred, however. Also, throughout this specification unless ex- 
pressly stated to the contrary: percent, "parts of \ and ratio values are by weight" the de- 
scription of a group or class of materials as suitable or preferred for a given purpose in 
connection with the invention implies that mixtures of any two or more of the members 
of the group or class are equally suitable or preferred; description of constituents in 
chemical terms refers to the constituents at the time of addition to any combination sped 
f.ed in the description, and does not preclude chemical interactions among the constitu- 
ents of a mixture once mixed; specification of materials in ionic form implies the pres- 
ence of sufficient counterions to produce electrical neutrality for the composition as a 
whole; any counterions thus implicitly specified should preferably be selected from 
among other constituents explicitly specified in ionicform, to the extent possible- other 
wse such counterions may be freely selected, except for avoiding counterions that act 
adversely to the objects of the invention; the terms "molecule" and "mole" and their gram 
matical variations may be applied to ionic, elemental, or any other type of chemical ent 
ities defined by the number of atoms of each type present therein, as well as to sub 
stances with well-defined neutral molecules; the first definition of an acronym or other ab 
breviation applies to all subsequent uses herein of the same abbreviation and applies 
mutatis mutandis to normal grammatical variations of the initially defined abbreviation- 
the term "paint" includes all like materials that may be designated by more specialized 
terms such as lacquer, enamel, varnish, shellac, topcoat, and the like; and the term "pol 
ymer" includes "oligomer", "homopolymer", "copolymer", "terpolymer". and the like 
BRIEF SUMMARY OF THE INVENTION 

It has been found that one or more of the objects stated above for the invention 
can be achieved by use of an aqueous liquid composition that comprises, preferably con- 
sists essentially of. or more preferably consists of, water and: 

(A) a concentration of a component of dissolved phosphorus-containing anions- 

(B) a concentration of a dissolved component selected from the group consisting of 
simple and complex anions containing fluorine atoms; 

(C) a concentration of a component of dissolved and/or stably dispersed organic mol- 
ecules including phenolic ring moieties with aminomethyl substituents thereon as 
more fully described in one or more of the following U.S. Patents all of which 
except for any content that may be inconsistent with any explicit statement 
herein, are hereby incorporated herein by reference: 4,376,000 of March 8 1 983 
to Lindert; 4,433,015 of Feb. 21, 1984 to Lindert; 4.457.790 of July 3 1984 to' 
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Lindert; 4,517,028 of May 14, 1984 to Lindert; 5,1 16,912 of May 26, 1992 to 
Lindert et al.; 5,068,299 of Nov. 26, 1991 to Lindert et al.; and 4,970,264 of Nov. 
13, 1990 to Lindert et al.; and 

(D) a concentration of a component of dissolved, stably dispersed, or both dissolved 
and stably dispersed filmrfbrming molecules, said molecules not being part of 
any of immediately previously recited components (A) through (C); and, optional- 
ly, one or more of the following components: 

(E) a concentration Of a component of stably dispersed solid material that in isolated 
form has a coefficient of static friction, measured between two pieces of the solid 
material itself or between the solid material and cold rolled steel, that is not great- 
er than 0.35, this solid material not being part of any of immediately previously 
recited components (A) through (D); 

(F) a component of surfactant and/or of dispersing agent for one of components (D) 
or (E) that is not part of any of immediately previously recited components (A) 
through (E); 

(G) a component of preservative agent that is not part of any of immediately previ- 
ously recited components (A) through (F); and 

(H) a component of colorant that is not part of any of immediately previously recited 
components (A) through (H). 

The phrase "stably dispersed" when used herein to describe an insoluble com- 
ponent in a liquid continuous phase, as in the definitions of components (C), (D), and (E) 
recited above, means that the insoluble component is not spontaneously concentrated 
into any separate liquid or solid phase perceptible with unaided human vision to be dis- 
tinct from, but in contact with, the liquid continuous phase within a period of observation 
of the combination of stably dispersed insoluble component and liquid continuous phase 
for 10 hours, or preferably, with increasing preference in the order given, for 1 , 3, 5, 10, 
30 60 90, 120, 240. or 360 days when stored without mechanical disturbance at 20 °C 
in dispersed form. Molecules are to be understood as "film forming" for the purposes of 
this description if. when a homogeneous solution and/or suspension of the molecules in 
water containing at least 20 % of the molecules is dried at a temperature of at least 25 
"Cfrom a liquid film thickness not greater than 1 millimeter, a continuous and coherent 
film that is solid at 25 °C is produced. 

Various embodiments of thejnvention include working compositions for direct use 
in treating metals, make-up concentrates from which such working compositions can be 
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prepared by dilution with water and/or by mixing with other concentrate compositions, 
replenisher concentrates suitable for maintaining optimum performance of working 
compositions according to the invention, processes for treating metals with a working 
composition according to the invention, and extended processes including additional 
steps that are conventional perse, such as cold working, cleaning, rinsing, and subse- 
quent painting or some similar overcoating process that puts into place an organic bind- 
er-containing protective coating over the metal surface treated according to a narrower 
embodiment of the invention. Articles of manufacture including surfaces treated accord- 
ing to a process of the invention are also within the scope of the invention. 
BRIEF DESCRIPTION OF THE SEVERAL VIEWS OF THE DRAWING 

Not applicable. 
DETAILED DESCRIPTION OF THE INVENTION 

Component (A) is preferably selected from oxygen containing anions in which 
phosphorus is in its +5 oxidation state. Any oxyacid of phosphorus(V) and/or any salt 
thereof dissolved in an aqueous liquid composition according to the invention is to be un- 
derstood for purposes of this description as supplying anions to the aqueous liquid com- 
position to an extent of their full stoichiometric equivalent content, based on the phos- 
phorus and oxygen atoms present, of: HP0 3 ; acids corresponding to the general formula 
H (n + 2) P nO (3n+1) , where "n" represents a positive integer; and/or complete and partial salts 
of all of these immediately previously recited acids, irrespective of whatever extent of ion- 
ization may actually occur in the solution. (It is generally believed in the art that all of 
these acids and/or their anions exist in potential equilibrium with one another, with the 
equilibrium having a strong preponderance of single-phosphorus-atom-containing 
entities at low temperatures and low concentrations in water and the entities containing 
a plurality of phosphorus atoms and the material conventionally written as HPO, regard- 
ed as a cydic trimer with the actual formula H 3 P 3 0 9 , becoming more predominant at high 
temperatures, high concentrations in water, or highly alkaline conditions in aqueous solu- 
tions.) At least for reasons of economy, orthophosphoric acid (i.e., H 3 P0 4 ) and its salts 
are preferred as the source of component (A) in an aqueous liquid composition ac- 
cording to this invention, and the acid is usually preferred in view of the preferred acidic 
pH value for a working aqueous liquid working composition according to the invention. 

Component (B) is preferably selected from the group consisting of anions with 
one of the chemical formulas P~\ HF 2 ~\ BF,- 1 , AlFe" 3 , SiF 6 " 2 . TiF 6 ~ 2 , FeF 6 ^, 2rF 6 ^, and 
HfF 6 - 2 . Within this group, the trivalent ions are less preferred than the others, the com- 
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plex ions including boron, silicon, titanium, zirconium, or hafnium atoms are more pre- 
ferred than the simpler anions containing only fluorine and optionally hydrogen, and the 
titanium-containing anions are most preferred. An acid or salt of an acid that contains 
the elements of ope of the above noted chemical formulas of preferred anions is to be 
understood for purposes of this description as supplying such anions to an aqueous 
liquid working composition according to the invention in which it is dissolved to the full 
stoichiometric equivalent of the anions in the acid or salt, irrespective of whatever extent 
of actual ionization may occur in the solution. As with component (A), an acidic source 
for component (B) is normally preferred in view of the preferred acid pH of working com- 
positions according to the invention. Irrespective of the source of the anions of 
component (B) present in an aqueous liquid composition according to the invention, if 
these anions contain a metallic element or boron, their concentration preferabjy is such 
that their total stoichiometric equivalent concentration of metallic elements and boron in 
moles per kilogram of the total composition; a concentration unit hereinafter usually 
abbreviated as "M/kg", has a ratio to the concentration of phosphonjs atoms in M/kg that 
is stoichiometrically equivalent to the concentration of component (A) in the same 
composition that is at least, with increasing preference in the order given, 0.03:1.0, 
0.06:1.0, 0.09:1.0, 0.12:1.0, 0.15:1.0, 0.18:1.0, 0.21:1.0, 0.24:1.0, 0.26:1.0, or 0.28:1.0 
and independently preferably is not more than, with increasing preference in the order 
given, 2.0:1.0, 1.5:1.0, 1.0:1.0, 0.8:1.0, 0.6:1.0, 0.50:1.0, 0.40:1.0, 0.35:1.0, or 0.30:1.0. 
If component (B).does not contain any boron or metal atoms, it preferably has a concen- 
tration stoichiometrically equivalent to a concentration of fluorine atoms in M/kg that has 
a ratio to a concentration of phosphorus atoms in M/kg that is stoichiometrically 
equivalent to the concentration of component (A) in the same composition that is at least, 
with increasing preference in the order given, 0.3:1.0, 0.5:1.0, 0.7:1.0, 0.9:1.0, 
1.1:1.0, 1.3:1.0, 1.5:1.0, or 1.7:1.0 and independently preferably is not more than, with 
increasing preference in the order given, 7:1.0, 5:1.0, 4:0:1,0, 3.5:1.0, 3.2:1.0, 2.9:1.0, 
2.6:1.0, 2.4:1.0, 2.2:1.0, 2 0:1.0, or 1.8:1.0. 

Component (C) is preferably selected from the group consisting of materials (a) 
and (p), wherein: 

(a) consists of polymer molecules each of which has at least one unit conforming to the 
immediately following general formula (II): 
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wherein: 

each of R 2 through R 4 is selected, independently of each other and independently 
from one molecule of the component to another and from one to another unit 
conforming to this formula when there is more than one such unit in a single poly- 
mer molecule, from the group consisting of a hydrogen moiety, an alkyl moiety 
with from 1 to 5 carbon atoms, and an aryl moiety with from 6 to 18 carbon 
.atoms;. 

each of Y 1 through Y 4 is selected, independently, except as noted further below, 
of each other and independently from one molecule of the component to another 
and from one to another unit conforming to this formula when there is more than 
one such unit in a single polymer molecule, from the group consisting of: a hydro- 
gen atom moiety; a -CH 2 CI moiety; an alkyl moiety with from 1 to 18 carbon 
atoms; an aryl moiety with from 6 to 18 carbon atoms; a moiety conforming to the 
general formula -CR l2 R 13 OR 14 , where each of R 12 through R 14 is selected from the 
group consisting of a hydrogen moiety, an alkyl moiety, an aryl moiety, a hydrox- 
yalkyl moiety, an aminoalkyl moiety, a mercaptoalkyl moiety, and a phosphoalkyl 
moiety; and a moiety Z that conforms to one of the two immediately following 
general formulas: 
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where each of R s through R 8 is selected, independently of each other and 
independently from one molecule of the component to another and from 
one to another unit of any polymer molecule conforming to this formula 
when there is more than one such unit in a single polymer molecule, from 
the group consisting of a hydrogen moiety, an alkyl moiety, an aryl 
moiety, a hydroxyalkyl moiety, an aminoalkyl moiety, a mercaptoalkyl 
moiety, and a phosphoalkyl moiety and R 9 is selected from the group 
consisting of a hydrogen moiety, an alkyl moiety, an aryl moiety, a hydrox- 
y or polyhydroxy alkyl moiety, an amino or polyamino alkyl moiety, a 
mercapto or polymercapto alkyl moiety, a phospho or polyphospho alkyl 
moiety, an -O" moiety, and an -OH moiety, 
at least one of Y 1 through Y 4 in at least one unit of each selected polymer mole- 
cule being a moiety Z as above defined; and 

W 1 is selected, independently from one molecule of the component to another 
and from one to another unit of any polymer molecule conforming to this formula 
when there is more than one such unit in a single polymer molecule, from the 
group consisting of a hydrogen moiety, an acyl moiety, an acetyl moiety, a benzo- 
yl moiety; a 3-allyloxy-2-hydroxypropyi moiety; a 3-benzyloxy-2-hydroxypropyl 
moiety; a 3-butoxy-2-hydroxypropyl moiety; a 3-alkyloxy-2-hydroxy propyl moiety; 
a 2-hydrpxyoctyl moiety; a 2-hydroxyalkyl moiety; a 2-hydroxy-2-phenylethyl moie- 
ty; a 2-hydroxy-2-alkylphenylethyl moiety; a benzyl, methyl, ethyl, propyl, unsub- 
stituted alkyl, unsubstituted allyl, or unsubstituted alkylbenzyl moiety; a halo or 
polyhalo alkyl. or halo or polyhalo alkenyl. moiety; a moiety derived from a con- 
densation polymerization product of ethylene oxide, propylene oxide or a mixture 
thereof by deleting one hydrogen atom therefrom; and a sodium, potassium, 
lithium, ammonium or substituted ammonium, or phosphonium or substituted 
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phosphonium cation moiety; and 
(P) consists of polymer molecules each of which does not include a unit conforming to 
general formula (II) as given above but does include at least one unit corresponding to 
the immediately following general formula (III): 




5 wherein: 

each of R 10 and R 11 is selected, independently of each other and independently 
from one molecule of the component to another and from one to another unit 
conforming to this formula when there is more than one such unit in a single poly- 
mer molecule, from the group consisting of a hydrogen moiety, an alkyl moiety 
10 with from 1 to 5 carbon atoms, and an aryl moiety with from 6 to 18 carbon 

atoms; 

each of Y 4 through Y 6 is selected, independently, except as noted further below, 
of each other and independently from one molecule of the component to another 
and from one to another unit of any polymer molecule conforming to this formula 

15 when there is more than one such unit in a single polymer molecule from the 

group consisting of: a hydrogen moiety; a -CH 2 CI moiety; an alkyl moiety with 
from 1 to 18 carbon atoms; an aryl moiety with from 6 to 18 carbon atoms; a moi- 
ety conforming to the general formula -CR 12 R 13 OR 14 , where each of R 12 through 
R 14 is selected from the group consisting of a hydrogen moiety, an alkyl moiety, 

20 an aryl moiety, a hydroxyalkyl moiety, an aminoalkyl moiety, a mercaptoalkyl moi- 

ety, and a phosphoalkyl moiety; and a moiety Z as defined for material (a) above, 
at least one of Y 1 through Y 4 in at least one unit of each selected polymer mole- 
cule being a moiety Z as above defined; and 

8 
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W 2 is selected, independently from one molecule of the component to another 
and from one to another unit conforming to this formula when there is more than 
one such unit in a single polymer molecule, from the group consisting of a hydro- 
gen atom moiety, an acyl moiety, an acetyl moiety, a benzoyl moiety; a 3-allyloxy- 
2-hydroxypropyl moiety; a 3-benzyloxy-2-hydroxypropyl moiety; a 3-butoxy-2-hy- 
droxypropyl moiety; a 3-alkyloxy-2-hydroxypropyl moiety; a 2-hydroxyoctyl moiety; 
a 2-hydroxyalkyl moiety; a 2-hydroxy-2^phenylethyl moiety; a 2-hydroxy-2-alkyl- 
phenylethyl moiety; a benzyl, methyl, ethyl, propyl, unsubstitufed alkyl. unsubsti- 
tuted allyl, or unsubstituted alkylbenzyl moiety; a halo or polyhalo alkyl, or halo 
or polyhalo alkenyl, moiety; a moiety derived from a condensation polymerization 
product of ethylene oxide, propylene oxide or a mixture thereof by deleting one 
hydrogen atom therefrom; and a sodium, potassium, lithium, ammonium or 
substituted ammonium, or phosphonium or substituted phosphohium cation 
moiety; 

the Phrase "polymer molecule" in the above definitions of materials (a) and (p) including 
any electrically neutral molecule with a molecular weight of at least 300 daltons. 

It will be appreciated by those skilled in the art that general formulas (II) and (III) 
above represent repeating moieties that characterize the compound or materials of com- 
ponent (C) of a composition according to the present invention; no terminating end moie- 
ties are depicted The end moieties of the molecules conforming to one of general form- 
ulas (II) or (III) can be selected by the skilled artisan relying upon art-disclosed tech- 
niques. For example, the end groups may result from a specific polymerization process 
employed or from intentional addition to alter the molecule's characteristics. Thus, the 
end groups may be hydrogen, hydroxy!, initiation fragments, chain transfer agents, dis- 
proportionation groups, or groups resulting from other methods of terminating a growing 
polymer chain, For economy at least, the end groups preferably are hydrogen or 
hydroxyl. 

Ordinarily, primarily for reasons of economy, it is preferred to utilize as materials 
(a) and/or (P) predominantly molecules which consist entirely, except for relatively short 
end groups, of units conforming to one of the general formulas (II) and (III) as described 
above. Again primarily for reasons of economy, such materials are generally prepared 
by reacting homopolymers of p-vinyl phenol, for material (a), or phenol-aldehyde conden- 
sation products, for material (P), with formaldehyde and secondary amines to graft moie- 
ties Z on some of the activated benzene rings in the materials thus reacted. 



9 



WO 99/19083 



PCT/US98/20933 



However, in some particular instances, it may be more useful to utilize more 
chemically complex types of materials (a) and/or (P). For example, molecules formed 
by reacting a condensable form of a molecule belonging to component (a) or (B) as 
defined above, except that the molecule reacted need not initially satisfy the requirement 
for component (a) or (p) that each molecule contain at least one moiety 2, with at least 
one other distinct type of molecule which is selected from the group consisting of phe- 
nols, tannins, novolak resins, lignin compounds, aldehydes, ketones, and mixtures there- 
of, in order to prepare a condensation reaction product, which optionally if needed is then 
further reacted with (1) an aldehyde or ketone and (2) a secondary amine to introduce 
at least one moiety. Z. as above defined to each molecule, so that the molecule can 
qualify as material. (a)_or (P). 

Another example of more complex materials that can be utilized as material (a) 
is material in whiclvthe. polymer chains are at least predominantly copolymers of simple 
or substituted 4-vinyl phenol with another vinyl monomer such as acrylonitrile. methacryl- 
onitrile, methyl acrylate, methyl methacrylate, vinyl acetate, vinyl methyl ketone, isopro- 
penyl methyl ketone, acrylic acid, methacrylic acid, acrylamide, methacrylamide, n-amyl 
methacrylate, styrene, m-bromostyrene, p-bromostyrene, pyridine, diallyldimethylammon- 
ium salts, 1 ,3-butadiene, n-butyl acrylate, t-butylamino-ethyl methacrylate; n-butyl meth- 
acrylate. t-butyl methacrylate. n-butyl vinyl ether, t-butyl vinyl ether, ffi-chldrostyrene, o- 
chlorostyrene. p-chlorostyrene. n-decyl methacrylate. N.N-diallylmelamine. N.N-di-o-but- 
ylacrylamide, di-n-butyl itaconate, di-n-butyl maleate, diethylaminoethyl methacrylate, di- 
ethylene glycol monovinyl ether, diethyl fumarate, diethyl itaconate, diethylvinyl phos- 
phate, vinylphosphonic acid, diisobutyl maleate, diisopropyl itaconate, diisopropyl male- 
ate, dimethyl fumarate. dimethyl itaconate, dimethyl maleate, di-n-nonyl fumarate, 
di-D-nonyl maleate, dioctyl fumarate, di-n-Octyl itaconate. di-n-propyl itaconate. N-dodecyl 
vinyl ether, acidic ethyl fumarate, acidic ethyl maleate, ethyl acrylate, ethyl cinnamate, 
N-ethyl methacrylamide. ethyl methacrylate. ethyl vinyl ether. 5-ethyl-2-viny|pyridine, 5- 
ethyl-2-vinylpyridine-1 -oxide, glycidyl acrylate. glycidyl methacrylate. n-hexyl methacryl- 
ate. 2-hydroxyethyl methacrylate, 2-hydroxypropyl methacrylate, isobutyl methacrylate. 
isobutyl vinyl ether, isoprene, isopropyl methacrylate. isopropyl vinyl ether, itaconic acid, 
lauryl methacrylate, methacrylamide. methacrylic acid, methacrylonitrile; N-methylolacryl- 
amide, N-methylol-methacrylamide, N-isobutoxymethylacrylamide, N-isobutoxy-meth- 
ylmethacrylamide, N-alkyloxymethylacrylamide, N-alkyl-oxymethylmethacrylamide. N- 
vinylcaprolactam, methyl acrylate. N-methylmethacrylamide. a-methylstyrene, m -meth- 
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10 



15 



20 



25 



30 



ylstyrene. o-methylstyrene, p.-methylstyrene, 2-methyl-5-vinylpyridine, n-propyl 
methacrylate, sodium e-styrenesulfonate, stearyl methacrylate, styrene, p-styrenesulfonic 
acid, c-styrenesulfonamide, vinyl bromide, 9-vinyl carbazoJe, vinyl chloride, vinylidene 
chloride, 1 -vinyl naphthalene, 2-vinyl naphthalene, 2-vinylpyridine, 4-vinylpyridine, 2-vinyl- 
pyridine N-oxide, 4-vinyl pyrimidine, and N-vinylpyrrolidpne. 

The following preferences, primarily for reasons of economy, improved corrosion 
resistance, and/or increased water solubility, apply, independently for each preference, 
to the molecules of materials (a) and (B): 

each of R 2 through R 6 , R 1 °. R 11 , W\ and W 2 , independently for each and from 

one unit to another in the same or a different molecule, preferably is a hydrogen 

atom moiety; 

each of Y 1 through ^. independently for each and from one unit to another in the 
same or a different molecule, preferably is a hydrogen atom moiety or a moiety 

averaged over the entire content of component (C), each polymer molecule con- 
tains a number of units corresponding to one of general formulas (II) and (III) as 
defined above that is at least, with increasing preference in the order given, 2, 3, 
4, 5, 6, 7, or 8 and independently preferably is not more than 100, 75, 50, 40, 30, 

' or 20; 

in the total of materials (a) and (p) in a composition used in step (II) according 
to the invention, the number of moieties Z has a ratio to the number of aromatic 
nuclei that is at least, with increasing preference in the order given, 0.01:1.0, 
0.03:1 0. 0.05:1.0. 0.10:1.0. 0.20:1.0, 0.40:1.0, 0.50:1.0, 0.60:1.0. 0.70:1.0. 
0.80:1.0, 0.90:1.0, or 0.95:1.0 and independently preferably is not more than, 
with increasing preference in the order given, 2.0:1.0, 1 .6:1.0, 1.50:1.0, 1.40:1.0. 
1.30:1.0, 1.20:1.0. 1.10:1.0, or 1.00:1.0; 

in the total of materials (a) and (B) in a composition used in step (II) according 
to the invention, the number of "polyhydroxy" moieties Z, in which at least R e in 
the general formulas given above for moieties Z has (i) from 3 to 8, or preferably 
from 4 to 6, carbon atoms and (ii) as many hydroxyl groups, each attached to a 
distinct one of the carbon atoms, as one (ess than the number of carbon atoms 
in the R 8 moiety, has a ratio to the total number of moieties Z in the composition 
that is at ieast, with increasing preference in the order given, 0.10:1 .0, 0.20:1 .0. 
0.30:1.0, 0.40:1.0, 0,50:1.0, 0^0:1 .0, 0.70:1.0. 0.80:1.0. 0.90:1.0. or 0.98:1.0 
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(preparation, of.such.materials jsdescrite^ and:. 
- R 7 is an alky I moiety having not more than, with increasing preference in the 
order given, 5, 4, 3 r 2, or 1 carbon atom. 

Furthermore, and independently of the other preferences, at least for reasons of 
5 economy, material of type (a) is preferred over material of type (p). 

Poly(5-vinyl-2-hydroxy-N-benzyl)-N-methylglucamine is a specific polymer of the 
most preferred type, which, in the acidic pH range which is preferred to be established, 
is believed to be present in an aqueous liquid composition according to this invention at 
least in part as an ammonium salt. 
10 Irrespective of its exact chemical nature, component (C) is preferably present in 

an aqueous liquid composition according to this invention in a concentration that has a 
ratio to the stoichiometrically equivalent concentration as H 3 P0 4 of component (A) in the 
same aqueous liquid composition that is at least, with increasing preference in the order 
given, 0.02:1.0, 0.04:1.0, 0.06:1.0, 0.08:1.0, 0.10:1.0, 0.12:1.0, 0.14:1.0, 0.16:1.0, 
15 0.1 8:1 .0, or 0.20:1 .0 and independently preferably is not more than, with increasing pref- 
erence in the order given, 2.0:1.0, 1.3:1.0, 1.0:1.0, 0.67:1.0, 0.53:1.0, 0.40:1.0, 0.35:1.0, 
0.30:1.0, 0.26:1.0, 0.23:1.0, or 0.21:1.0. 

Primarily for reasons of economy and/or convenience, component (D) as defined 
above is preferably selected from the large group of commercially available polymer latex 
20 dispersions in water and/or solutions in water with dispersed phases that meet the cri- 
teria specified above for component (D). For example, synthetic polymers of vinyl esters, 
styrene, and vinyl and vinylidene chlorides and natural, synthetically modified natural, or 
completely synthetic polysaccharide polymers are suitable, and polymers of acrylic and 
methacrylic acids and of esters, nitrites, and amides of those two unsaturated acids are 
25 preferred. Particularly preferred aire polymers of the type known in the art as "self- 
crosslinking", which contain comonomers capable of chemical reaction during or after 
drying of the latex in which they are dispersed so as to form chemical crosslinks between 
the largely linear polymer backbone chains that were present in the dispersed phase of 
the latex. Further and independently of the other preferences, the constituents of com- 
30 ponent (D) preferably have a glass transition temperature that is at least, with increasing 
preference in the order given, -10, 0, +5, +10, +15, +20, +25, or +30 °C and independ- 
ently preferably is not more than, with increasing preference in the order given, 75, 65, 
55, 45, or 40 °C. 

Irrespective of its exact chemical nature, component (D), on a dried, non-volatile 
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solids basis, preferably is present in an aqueous liquid composition according to this in- 
vention in a concentration that has a ratio to the stoichiometrically equivalent concentra- 
tion as H 3 P0 4 of component (A) in the same aqueous liquid composition that is at least, 
with increasing preference in the order given, 0.3:1.0, 0.5:1.0. 0.7:1.0, 0.9:1.0, 1.1:1,0, 
1 3:1.0, 1.5:1.0, 1.7:1.0, 1.9:1.0, or 2.1:1.0 and independently preferably is not more 
than, with increasing preference in the order given, 15:1.0, 10:1.0, 8.0:1.0, 7.0:1.0. 
6.0:1.0, 5.5:1.0, 5.0:1. 0,-4.5:1.0, 4.0:1 : 0. 3.7:1,0.3.4:1.0,3.1:1.0,2.9:1.0,2.7:1.6,2.5:1.0, 
or 2.3:1.0. 

Optional component (E) is preferably present in a composition according to the 
invention more often than any of the other optional components. Component (E) in pre- 
ferred amounts reduces Ihe coefficient of friction of a coating formed by treatment ac- 
cording to this invention. Addition of component (E) also appears to improve corrosion 
resistance in some but not all compositions otherwise according to the invention; 

Although inorganic materials such as molybdenum disulfide and graphite are suit- 
able for component (E) of an aqueous liquid composition according to this invention, pri- 
marily for reasons of economy and dispersion stability, component (E) is preferably se- 
lected from organic materials, particularly solid paraffins, synthetic polyethylene and/or 
polypropylene polymers (optionally partially or fully halogenated. especially fludrinated), 
and other natural or synthetic waxes, that have a specific gravity not more than, with in- 
creasing preference in the order given, 2.2. 2.0.1 .8. 1 .6. 1 .4,1.2, or 1 .0 and the requisite 
low coefficient of static friction to be part of component (E). Even more preferably, the 
materials for component (E) have a coefficient of static friction that is not more than, with 
increasing preference in the order given, 0.30. 0.28, 0.26. 0,24, 0.22, 0.20. 0.18, 0.16. 
0.14, or 0.10. Such materials are available commercially in pre-dispersed form, and a 
material of this type that is stable in acidic aqueous solution is preferred; in order to 
achieve such stability, a cationic dispersing agent for the constituent of component (E) 
is generally preferred; nonionic dispersing agents are next most preferred, and anionic 
dispersing agents least preferred, because most dispersions prepared with them are 
unstable in acidic compositions according to this invention. Dispersions of high-density 
polyethylene, paraffin wax, or montan wax are especially preferred, with the former two 
generally less expensive than the latter and preferred for that reason. If minimization of 
friction is more important than cost in some particular use. however, perfluroethylene 
polymers are most preferred. 

Irrespective of its exact chemical nature, if component (E) has the specific gravity 
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of high density polyethylene, the concentration, on a non-volatile solids basis, of compon- 
ent (E) in an aqueous liquid composition according to the invention when component (E) 
is used preferably is such as to have a ratio to the concentration of component (D), on 
a dried, non-volatile solids basis, in the same aqueous liquid composition according to 
this invention that is at least, with increasing preference in the order given, 0.005:1.0, 
0.015:1.0, 0.025:1.0, 0.035:1.0, 0.042:1,0, 0.046:1 0, 0.050: 1.0, 0.052:1 .0, 0.054:1.0, 
0.056:1.0, or 0.058:1,0 and independently preferably is not more than, with increasing 
preference in the order given, 0.40:1.0, 0.25:1.0, 0.15:1.0, 0.10:1.0, 0.075 1 .0, 0.068:1 .0, 
0.062:1.0, or 0.060:1.0. If the specific gravity of the component is different from that of 
high density polyethylene, the ratios given above should be adjusted so as to have the 
same {component (E) constituent volume} to {component (D) weight} ratio as do the 
above stated preferences for high density polyethylene. 

Except for dispersing agent for component (E) and often also for component (D), 
the other optional components of an aqueous liquid composition according to the inven- 
tion are not generally needed and therefore are preferably omitted. However, a surfact- 
ant may be needed to assure adequate wetting of some metal substrates and/or reduce 
foaming or may be advantageous to provide some cleaning along with the coating; a pre- 
servative may be needed if the composition is nourishing to micro-organisms in the envir- 
onment where it is used; and a colorant may be useful in visually estimating the thick- 
ness of the coating applied or providing a decorative effect to the surface. 

For a variety of reasons, it is sometimes preferred that compositions according 
to the invention as defined above should be substantially free from many ingredients 
used in compositions for similar purposes in the prior art. Specifically, when maximum 
storage stability of a concentrate, avoidance of possibly troublesome ions, and/or minimi- 
zation of pollution potential is desired, it is preferred, with increasing preference in the 
order given, independently for each preferably minimized substance listed below, that 
these compositions contain no more than 25, 15, 9, 5, 3, 1.0, 0.35, 0.10, 0.08, 0.04, 0.02, 
0.01 , 0.001 , or 0.0002, percent of each of the following constituents, except to the extent 
that these components may be part of a necessary or optional component of the com- 
position as defined above: nitrite; halates and perhalates (i.e., perchlorate, chlorate, lo- 
cate, etc.); hydroxylamine and salts and complexes of hydroxylamine; chloride; bromide; 
iodide; organic compounds containing nitro groups; hexavalent chromium; ferricyanide; 
ferrocyanide; pyrazole compounds, and any dissolved ions of metals with an atomic 
number greater than 20. Components such as these may not be harmful in some 
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instances/but they have not been found to be needed or advantageous in compositions 
according to this invention, and their minimization is therefore normally preferred at least 
for reasons of economy. 

treatment of a metal substrate in a process according to this invention preferably 
comprises forming a layer of an aqueous liquid working composition according to the 
invention as described above over the surface to be treated, and then drying into place, 
without any rinsing, or other disturbance, of the layer thus formed. For this reason, the 
concentrations of the necessary components (A) through (D) as described above in a 
working composition according to the invention are usually not at all critical. A thick layer 
Of a working composition with low concentrations will contain the same ultimate 
constituents according to the invention as a thin layer of a more concentrated working 
composition. However, it has been found that at least a moderately acidic pH is needed 
for a working composition according to the invention, presumably, although the invention 
is not to be considered limited by this or any other theory, because some acidity is 
needed to dissolve at least some metal ions from the surface being treating to be 
incorporated into the coating. More particularly, the pH value of a working composition 
according to the invention preferably is at least, with increasing preference in the order 
given, -0.5, 0.0. 0.5, 1.0. 1.2. 1.4. 1.6. 1.8. or 2.0 and independently preferably is not 
more than, with increasing preference in the order given. 6.0. 5.0, 4.0, 3:8, 3.6, 3.4. 3.2, 

3.0, 2.8, 2.6, 2.4, or 2.2. 

The liquid layer of a working composition according to the invention formed in a 
process according to the invention preferably has a thickness such that the average in- 
crease in mass per unit area of metal substrate treated, measured after drying into place, 
is at least, with increasing preference in the order given. 0.20, 0.40. 0.60. 0.80, 1 .0. 1 .5, 
or 2.0 grams of mass increase per square meter of metal substrate surface treated, this 
unit being hereinafter usually abbreviated as "g/m 2 " and independently, primarily for rea- 
sons of economy/preferably is not more than, with increasing preference in the order 
given, 10. 8. 6, 5.0. 4.0, 3.5, 3.0. 2.5. or 2.2 g/m 2 . As a very general guideline, because 
of the practicalities of controlling liquid film coating thicknesses, the total content of com- 
ponents (A) through (E) of a working composition according to the invention preferably 
is at (east, with increasing preference in the order given, 1 , 3, 5, 7. 9. or 11 % and inde- 
pendently preferably is not more than, with increasing preference in the order given, 50, 
45, 40, 35. 30, 25, 20, or 15%. 

Forming a liquid film on a metal substrate surface to be treated in a process ac- 
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cording to the invention may be accomplished by any of numerous methods known to 
those skilled in the art, such as direct or transfer roll coating, curtain coating, immersion 
in and then removal from a volume of a working composition according to the invention 
held within a container, aind spraying and then discontinuance of spraying, in all 
instances with the further option of removing some ofthe initially adherent liquid layer by 
use of a flow of compressed gas such as air or of a squeegee or other mechanical 
device, in order to.dry into place a preferred amount of non-volatiles content of the 
aqueous liquid working composition. Drying can be accomplished by simple exposure 
to ambient air for asufficient time, particularly if the treated surface has been formed at 
a sufficiently high temperature that drying occurs within a few seconds of separation from 
contact with the working aqueous liquid composition according to the invention as 
described above. Alternatively and usually preferably, one may hasten the drying by 
exposure of the wet surface after treatment to a higher temperature than the normal 
ambient temperature, in an oven or by any of the other means such as infrared radiant 
heating, microwave drying, and the like well known perse in the art. Preferably the peak 
metal temperature during this drying process does not exceed 150, 125, 100, 90, 80, 75, 
70, or 66 °C. The peak metal temperature may conveniently be controlled by a sensor 
strip attached to part of the substrate during drying. The sensor strip determines an 
upper limit on peak temperature by irreversible changes in temperature calibrated zones 
of the sensor strip. The peak temperature may also be measured directly during the 
drying process by other means known to those skilled in the art, e.g., an infrared 
photometer. 

Preferably, the temperature of the working aqueous liquid composition during a 
process according to the invention is at least, with increasing preference in the order giv- 
en, 15, 17, 19, 21, 23, or 25 °C and independently preferably, primarily for reasons of 
economy, is not more than 60, 50, 45, 40, 35, or 30 °C. The quality ofthe coating layer 
formed is not known to be substantially affected by the temperature during treatment if 
the temperature is within any of these preferred limits 

The time during which physical contaict is maintained between the metal surface 
to be treated and a working aqueous liquid composition according to the invention prefer- 
ably, for reasons of economy of operation, is as short as possible, consistent with forma- 
tion of a coating layer as effective as desired. More specifically, the time of contact pref- 
erably is not more than, with increasing preference in the order given, 200, 150, 100, 75, 
50, 40, 30, 25, 20, 15, 13, 11, 10, 9.0, 8.0, 7.0, 6.0, 5.0, 4.0, 3.0, 2.0, 1.5, or 1.0 seconds. 
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Before treatment according to this invention is to be used for any metal substrate, 
the substrate is preferably thoroughly cleaned by any of various methods well known to 
those skilled in the art to be suitable for the particular substrate to be treated. 

As with many other types of metal surface treatment compositions, with those ac- 
cording to this invention it is economically advantageous to supply their active ingredients 
to ultimate users in one or more liquids that contain much higher concentrations of the 
active ingredients than are normally used in working compositions. In this particular 
instance, it has beemfound that the most concentrated make-up concentrates that can 
practically be prepared do not consistently have the degree of storage stability desired 
if they contain all of components (A) through (E) of preferred compositions according to 
the invention as described above. However, components (A) through (C) may be pres- 
ent in a primary make-up concentrate with good storage stability. Such a concentrate 
preferably contains, independently for each component given, an amount of component 
(A) that corresponds stoichiometrically to an amount of H 3 P0 4 that constitutes at least, 
with increasing preference in the order given, 20, 24, 28, 31, or 34 % of the total primary 
make-up concentrate; at least, with increasing preference in the order given, 0.50. 0.60, 
0.70, 0.80 0.90, 0.95. 1.00. or 1.05 moles of one or more metal atoms or boron atoms 
associated with fluorine atoms in an anion per kilogram of the total primary make-up 
concentrate; and at least, with increasing preference in the order given, 4.0, 4.5, 5.0, 5.5. 
6.0, 6.5, or 7.0 percent of component (C). In addition, the preferences that are given 
above for ratios between components (B) and (A) and between component (C) and 
component (A) in working compositions also apply to these primary make-up concen- 
trates, because they preferably contain all of components (A) through (C) that are con- 
tained in the working compositions in which these primary make-up concentrates are 
used as ingredients. 

A working composition for use according to the invention preferably is prepared 
from a preferred primary make-up concentrate as described above by first diluting a con- 
centrated source/ usually a commercially supplied latex, of the intended amount of com- 
ponent (D) in the working composition with deionized water to about half of the intended 
final volume of the working composition. Next, with stirring or other agitation, add the 
proper amount of preferred primary make-up concentrate to introduce the intended 
amounts of components (A) through (C) to the working composition. Continue mixing 
until the appearance of the mixture is uniform. Then add from a concentrated source the 
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amount of component (E) intended for the final working composition and any additional 
volume of deionized water needed to complete the intended working composition mass 
or volume, and mix the ingredients together for at least 15 minutes after the last addition, 
utilizing a mixing method that minimizes foam generation. 

5 The practice of this invention may be further appreciated by 

following, non-limiting examples, and the benefits of the invention may be appreciated 
by contrast with the comparison examples set forth below and additional comparisons 
known to those skilled in the art. 
Working Compositions and Processes — GroupI 

10 These compositions are shown in Table 1 below. Each composition was coated 

on duplicate hot-dipped-galvanized flat test panels at normal ambient human comfort 
temperature (i.e., 18 - 23 °C), using a drawbar to put into place an aqueous liquid com- 
position with a substantially uniform thickness, which was then dried into place in a con- 
vection oven maintained at about 120 °C, but was kept in this oven for a short enough 

is time that the peak metal temperature did not exceed 66 °C. After completion of this 
treatment, the coated panels were subjected to bare salt-spray testing according to 
American Society for Testing and Materials Procedure B1 17-90. Coating add-on mass- 
es per unit area and the salt spray test results are shown in Table 2, in which results for 
duplicate panels under the same preparation and testing conditions are shown in sjde- 

20 by-side columns. 



Table 1 



Composi- 
tion 
Number 






Parts by Mass in Working com 


position, of: 


Deion- 
ized 
Water 


75 % 
H 3 P0 4 


Compor 


lent (B) 


Com- 
ponent 
(C) 


Com- 
ponent 


Component (E) 


60% 
H I TiF (S 


20% 
H 2 ZrF t 


ChemCor 
KSL30N 


Aqua- 
slip 671 


ChemCor 
392C30 


1.1.0 


7.05 


0.10 


0.10 




0.25 


2.5 








1.1.1 


7.05 


0.10 


0.10 




0.25 


2.5 


0.50 






1.1.2 


7.05 


0.10 


0.10 




0.25 


2.5 




0.38 




1.1.3 


7.05 


0.10 


0.10 




0.25 


2.5 






0.50 


1.2.0 


6.85 


0.10 


0.30 




0.25 


2.5 








1.2.1 


6.85 


0.10 


0.30 




0.25 


2 - 5 


0.50 






1.2.2 


6.85 


0.10 


0.30 




0.25 


2.5 




0.38 
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Composi- 
tion 
Number 






Parts by Mas 


is in Working composition of: 


Deion- 

ized 
Water 


~9 C OS 

75 % 
H 3 P0 4 


Component (B) 


Com- 
- ponent 


Com- 
ponent 


Component (E) 


60 % 
H,TiF 6 


20 % 
|HjZrF ( 




LnemCor 
KSL30N 


Aqua- 
slip 671 


ChemCor 
392f3fl 


1-10,1 


6 10 


0 10 


0.30 




1.00 


2.5 


0.50 






1 in 0 


ft i o 


O 1 0 


0.30 




1.00 


2.5 




0.38 




1 10 1 

1*1 \J .J 


a i n 

O. 1 u 


n l n 


0.30 




1.00 


2.5 






0 SO 


1.1 I .u 


^ on 


A ^n 


0.10 




1.00 


2.5 








1111 

1.1.1.1 


^ on 


n ^n 


:0.10 




1.00 


2.5 


0.50 






1 1 1 9 


^ on 


n ^n 


.0.10 




1.00 


2.5 




0.38 




1 1 1 1 
i.l I . j 


< on 


n ^n • 


0.10 




1.00 


2.5 






n ^n 


1 . lz.U 


3./U 


f\ <n 


^0.30 




1.00 


2.5 








j p i 

1 . 1Z. 1 


J. /U 


n ^n 


0.30 


■ 


1.00 


2.5 


0.50 






1 no 


*r *7n 

D. /U 


^n 


0.30 




1.00 


2.5 




0.38 




1 19 1 


^ 7n 


a ^n 


0.30 




1.00 


2.5 






n <n 


inn 


o.o!> 


n in 
U. 1 U 




1 °- 50 


0.25 


2.5 








i 1 1 i 


O.o!) 


a in 
U.1U 




j 0.50 


0.25 


2.5 


0.50 






1 . 1 J .z 


O.o!) 


n i n 




0.50 


0.25 


2.5 




0.38 






O.Dj 


n in 

V/. 1 V 




0.50 


0.25 


2.5 






n sn 


i 14 o 


£ 1 ^ 
0. 1 J 


A 1A 

V. I u 




1.00 


0.25 


2.5 








J . 1*1. 1 


p. ID 


a in 
U. J u 




1.00 


0.25 


2-5 


0.50 






1 14 9 


A 1 < 
O.I 3 


A ]A 

U. 1 u 




1.00 


0.25 


2.5 




0.38 




114 1 


O.I D 


a io 
U. 1 u 




1 .00 


0.25 


2.5 






0 50 


1 15 0 




n ^n 




0.50 


0.25 


2.5 








1 15 1 


A 9*; 


n 50 




0.50 


0.25 


2.5 


0.50 






115 2 


A 95 


n 50 




0.50 


0.25 


2,5 




0.38 






O.ZO 


n <n 




0.50 


0.25 


2.5 






0.50 


1.16.0 


5 75 


0 50 




1.00 


0.25 


2.5 








1.16.1 


5 75 


0 50 




1.00 


0.25 


2.5 


0.50 






1.16.2 


5.75 


0.50 




1.00 


0.25 


2.5 




0.38 




1.16.3 


5.75 


0.50 




1.00 


0.25 


2.5 






0.50 


1.17.0 


6.40 


0.10 




0.50 


0.50 


2.5 








1.17.1 


6.40 


0.10 




0.50 


0.50 


2.5 


0.50 






1.17.2 


6.40 


0.10 




0.50 


0.50 


2.5 




0.38 
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Composi- 






Parts by Mass i 


in Working composition of: 






tion 


Deion- 


75% 


Component (B) 


Com- 
ponent 


Com- 


Component (E) 1 


ized 
Water 


H,P0 4 ■ 


fin" 0 /.' 
H 2 TiF 6 


XU /o 

H 2 ZrF 6 


ponent |- 


ChemCor 
KSL30N 


Aqua- < 
slip 671 


ChemCor I 
392C30 1 


1.17.3 


6.40 


0.10 




0.50 


0.50 


2.5 1 






0.50 | 


- 1.18.0 


5.90 


0.10 




1.00 


0.50 


2.5 1 








1.18.1 


5.90 


0.10 




1.00 


0.50 


2.5 1 


0.50 






1.18.2 


5.90 


0.10 




1.00 


0.50 


2.5 | 




0.38 




1.18.3 


5.90 


0.10 




1.00 


0.50 


2.5 1 






0.50 | 


1.19.0 


6.00 


0.50 




0.50 


0.50 


2.5 1 








1.191 


6.00 


0.50 




0.50 ' 


0.50 


: 2.5 | 


0.50 






1.19.2 


6.00 


0.50 




0.50 


0.50 


2.5 1 




0,38 




1.19.3 


6.00 


0.50 




0.50 


0.50 


.2.5 1 






0.50 J 


1.20.0 


5.50 


0;50 




1.00 


0.50 


2.5 1 








1.20.1 


5.50 


0.50 




1.00 


0.50 


2.5 \ 


0.50 






1.20.2 


5.50 


0.50 




1.00 


0.50 






0.38 




1.20.3 


5.50 


0.50 




1.00 


0.50 


2.5 






0.50 1 


1.21.0 


5.90 


0.10 




0.50 


1.00 


2,5 








1.21.1 


5.90 


0.10 




0.50 


1.00 


2.5 


0.50 






1.21.2 


5.90 


0.10 




0.50 


1.00 


2.5 




0.38 




1.21.3 


5.90 


0.10 




0.50 


1.00 


2.5 






0.50 1 


1.22.0 


5.40 


0.10 




0.50 


1.00 


2.5 








1.22.1 


5.40 


0.10 




0.50 


1.00 


2.5 


| 0.50 






1.22.2 


5.40 


. 0.10 




0.50 


1.00 


2.5 




0.38 




1.22.3 


5-40 


0.10 




i 0.50 


1.00 


2.5 






0.50 1 


1.23.0 


5.50 


0.50 




0.50 


1.00 


2.5 








1.23.1 


5.50 


0.50 




0.50 


1.00 


2.5 


0,50 






1.23-2 


5.50 


0.50 




0.50 


1.00 


2;5 




0.38 




1.23.3 


5.50 


0.50 




0.50 


1.00 


2.5 






0.50 j 


1.24.0 


5.00 


0.50 




! l.oo 


1.00 


2.5 








1.24.1 


5.00 


0.50 




1.00 


1.00 


2.5 


| 0.50 






1.24.2 


5.00 


0.50 




1.00 


1.00 


2.5 




0.38 




1.24.3 


5.00 


0.50 




1.00 


1.00 


i 2.5 






0.50 
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Notes for Table 1 

In a column heading in which a percentage value for an active ingredient appears, the remainder of the 
mass for that ingredient was water. A blank table cell in a column indicates that none of the ingredient 
specified at the top of that column was added to the working composition specified in the row. 
Component (C) for this Table was a 30 % non-volatiles by weight solution/dispersion in water of a 
polymer made substantially as taught in lines 47 -59 of column 11 of U. S. Patent 5,068,299 or of a poly- 
mer made substantially as taught in lines 1 - IS' of column 10 of U. S. Patent 5,1 16,912. The actual prep- 
aration of the polymers may alternatively be practiced as taught in a U. S. application of David R. 
MeCormick Andreas Lindert, and John R. Pierce filed on October 1, 1997 and titled AQUEOUS COM- 
POSITIONS CONTAINING POLYPHENOL COPOLYMERS AND PROCESSES FOR THEIR PREPA- 
RATION, the entire disclosure of which, except for any part that may be inconsistent with any explicit 
statement herein, is hereby incorporated herein by reference. 

Component (D) for this Table was one of the following commercially supplied latexes: Accumer™ 15 1 0 
latex from Zeneca, Inc., reported by its supplier to be a 40 % solids solution in water of a polyacrylic acid; 
Neocryl™ A 640 latex from Zeneca, Inc., reported by its supplier to be a 40 % solids dispersion/solution 
in water of a styrene-acrylic copolymer; or Rhoplex™ HA- 16 or HA- 12 latexes from Rohm & Haas Co, 
reported by their supplier to be 41 - 46 % solids dispersions of self-crosslinking acrylic acid copolymers. 
ChemCor KSL30N and 392C30 dispersions were obtained from ChemCor, Chester, New York and were 
reported by their supplier to be 29 - 3 1 % solids dispersions in water of montan ester wax, with a nonionic 
dispersing agent, and high density polyethylene, with a cationic dispersing agent, respectively. 
Aquaslip™ 671 dispersion was obtained from Lubrizol (U. S. distributor for Langer & Co. GmbH, Ritter- 
hude, Germany) and was reported by its manufacturer to be a 40 % non-volatiles dispersion in water of 
polyethylene wax in water, with a pH value of 3 .5 - 4.5 and a fine particle size. 



Table 2 



Composi- 
tion Num- 
ber 


Coating 
Add-On 
Mass, g/m J 


Salt Spray Test Rating 
After: 


Composi- 
tion Num- 
ber 


Coating 
Add-On 


Salt Spray Test Rating 
After: 


24 Hours 


96 Hours 


Mass, g/m 1 


24 Hours 


96 Hours 


1.1.0 


2.5 


<1 


2 


1.1.0 


2.5 


2 


10 


1.1.1 


2.7 


2 


30 


1.1.1 


2.7 


1 ; 


2 


1.1.2 


2.3 


2 


10 


1.1.2 


2.3 


i : 


; 5 


1.1.3 


1.9 


5 


15 


1.1.3 


1.9 


20 


75 


1.2,0 


2.2 


2 


5 


1.2.0 


2.2 


l 


10 


12.1 


2.5 


2 


20 


1.2.1 


2.5 


5 


15 


1.2.2 


2-4 


1 


25 


1.2.2 


2.4 


5 


25 


1.2.3 


1.9 


<1 


10 


1.2.3 


1.9 


10 


40 


1.3.0 


1-9 


3 


15 


1.3.0 


1.9 


1 


10 


1.3.1 


2.4 


N 


2 


1.3.1 


2.4 


N 


5 


1.3.2 


2.6 


5 


50 


1.3.2 


2.6 


• 5.:. 


40 1 


1.3.3 


2.7 


10 


90 


1.3.3 


2.7 


40 


.95 ; 
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Composi- 
| tion Num- 
ber 



Coating 
Add-On 
Mass, g/iri* 



1.4.0 



1.4.1 



1.4.2 



1.4.3 
1.5.0 



|Salt Spray Test Rating 
After: 



24 Hours 



2.1 



2.1 



2.6 
2.3 



2.3 



N 



N 



<1 



96 Hours 



Composi- 
tion Num- 
ber 



<1 



N 



20 



Coating 
Add-On 

Mass, g/m J 



1.4.0 



1.4.1 



1.4.2 



1.4.3 



1.5.0 



|Salt Spray Test Rating I 
After: 

24 Hours I 96 Hours 



2.1 



2.1 



2.6 



2.3 



2.3 



N 



N 



N 



<1 



N 



<1 



10 



10 



1.5.1 



2.5 



<1 



15 



1.5.1 



2.5 



N 



1.5.2 



1.5.3 



2.5 



2.1 



1 

^5* 



10 



1.5.2 



99 



1.5.3 



2.5 



2.1 



10 



95 



15 



99 



1.6.0 



1.8 



1 



15 



1.6.0 



1.8 



<1 



1.6.1 



2.5 



N 



1.6.1 



2.5 



15 



1.6.2 



1.6.3 



2.4 



2.4 



<1 



10 



1.6.2 



2.4 



75 



75 



1.6.3 



2-4 



<1 



80 



10 



90 
10 



1.7.0 



2.4 



20 



25 



1.7.0 



2.4 



1.7.1 



2.4 



1.7.1 



2.4 



20 
40 



1.7.2 



2.9 



<1 



10 



1.7.2 



2.9 



10 



1.7.3 



2.2 



95 



99 



1.7.3 



2.2 



75 



99 



18.0 



1.8.1 



2.5 



2.4 



N 



1.8.0 



2.5 



N 



N 



1.8.1 



2.4 



N 



N 



N 



N 



1.8.2 



1.8.3 



1.9.0 



1.9.1 



1.9.2 



3.1 



2.3 



2.2 



2.7 



2.6 



N 



N 



10 



50 



15 



15 



1 .8.2 



3.1 



1.8.3 



2.3 



1.9.0 



1.9.1 



2.2 
2.7 



1.9.2 



2.6 



N 



20 



10 



10 



10 



60 



25 



60 



1.9.3 



1.10.0 



1.10.1 



1.10.2 



2.5 



2.4 



2.9 



2.6 



99 



99 



1.9.3 



2.5 



<1 



10 



10 



1.10.0 



2.4 



15 



1.10.1 



2.9 



15 



1.10.2 



2.6 



99 



10 



99 



15 



20 



20 



1.10.3 



95 



95 



1.10.3 



2.0 



95 



99 



1.11.0 



1.11.1 



1.11.2 



2.2 



2.4 



2.6 



90 



90 



1.11.0 



2.2 



25 



1.11.1 



2.4 



10 



15 



1.11.2 



2.6 



90 



75 



75 



90 



99 



80 
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Composi- 
tion Num- 


Coating 
Add-On 

Mass, g/m 2 


Salt Spray Test Rating 
After: 


Composi- 
tion Num- 


Coating 
Add-On 


Salt Spray Test Rating 
After: 


ber 


24 Hours 


96 Hours 


ber 


Mass, g/m 2 


24 Hours 


96 Hours 


1.1 1.3 


2.4 


80 


99 


1.11.3 


2.4 


60 ; 


99 


1.12.0 


2.7 


<1 


<1 


1.12.0 


2.7 


5 


5 


1 12 1 


2 7 


N 


1 


1.12.1 


2.7 


<1 


1 


1.12.2 


3.3 


N 


1 


1.12.2 


3.3 


1 


1 


1.12.3 


2.1 


2 


30 


1.12.3 


2.1 i 


N 


10 


1.13.0 


3.4 


10 


40 


1.13.0 


3.4 


5 


40 


1.13.1 


2.3 


<1 


5 


1 13.1 


2 3 


1 


5 


1.13.2 | 


2.6 


25 


45 


1.13.2 


2.6 


30 


50 


1.13.3 


2.1 


95 


99 


1.13.3 


2.1 


99 


99 


1.14.0 


1.9 


50 


90 


1.14.0 


1 9 


40 


95 


114 1 


2.5 


15 


60 


1 14 1 


2 S 


50 


75 


114 9 


2 1 


25 


70 


114 2 


2 1 


30 


70 


1 14 3 


2 4 


95 


95 


114 3 


2 4 


95 


95 


1 ISO 


9 4 


60 


95 


1 ISO 


9 4 


90 


99 


115 1 

1 . 1 J. 1 




25 


80 


1 15 1 


9 6 


50 


90 


1 

1.1 


2 7 


25 


60 


115 9 


2 7 


60 


90 


115 3 


2 2 


99 


99 


115 3 


2 2 


90 


99 


1.160 


2.5 


10 


20 


1.16.0 


2 5 


10 


40 


1.16.1 


2.5 


1 


5 


1.16.1 


2.5 


40 


99 


1.16.2 


2.5 


30 


40 


1.16.2 


2.5 


40 


99 


1.16.3 


1.9 


99 


99 


1.16.3 


1.9 


99 


99 


1.17.0 


2.2 


5 


20 


1.17.0 


2.2 


2 


20 


1.17.1 


2.6 


2 


2 


1.17.1 


2.6 


<1 


10 


1.17.2 


2.5 


10 


30 


1.17.2 


2.5 


20 


30 


1.17.3 


2.4 


99 


99 


1.17.3 


2.4 


99 


99 


1.18.0 


2.6 


40 


80 


1.18.0 


2.6 


60 


90 


1.18.1 


2.7 


2 


5 


1.18.1 


2.7 


2 


30 


1.18.2 


2.4 


10 


30 


1.18.2 


2.4 


20 


40 | 


1.18.3 


2.1 


99 


99 


1.18.3 


2.1 


99 


99 : 


1.19.0 


2.6 


20 


70 


1.19.0 


2.6 


80 


90 


1.19.1 


2.7 


2 


20 


1.19.1 


2.7 


10 


80 
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Composi- 
tion Num- 


Coating 
Add-On 


Salt Spray Test Rating 
After: 


V/UIIIIIUOI 

tion Numr 


Coating f 
Add-On 


ialt Spray T< 
Aftc 


est Rating 

sr: 


ber 


Mass, g/m 2 


24 Hours 


96 Hours 


ber 


Mass, g/m 2 


24 Hours 


96 Hours 


1 1 Q 2 


3.0 


20 


70 


1.19.2 


3.0 


30 


70 


1 1 Q V 


2.1 


95 


99 


1.19.3 


2.1 


40 


99 


1 9 A A 
1 .Zv.u 


2 5 


50 


80 I 


1.20.0 


2.5 


90 


90 




2 5 


1 


5 


1.20.1 


2.5 


<1 


5 




2.5 


20 


40 


1.20.2 


2.5 


20 


80 


1 9A ^ 


22 


95 


99 


1.20.3 


2.2 


99 


99 




2.4 


50 


90 


1.21.0 


2.4 


60 


80 




2.5 


5 


15 j 


1.21.1 


2.5 


1 


10 


1 21 2 


2.5 


10 


30 


1.21.2 


. 2.5 \ 


15 


60 


1 21 3 


2.3 


99 


99 


1.21.3 


2.3 


95 


99 


1 22 0 


2.9 


20 


80 


1:22.0 


2.9 


50 


90 


1 22 1 


2.2 


10 


20 


1.22.1 


2.3 


2 


10 


1 92 2 


2.3 


40 


95 


1.22.2 


2:3 


20 


; 80 


1 99 1 


2.4 




95 


1.22.3 


2.4 


95 


99 


i 9i n 


2.3 


15 


90 


1.23.0 


2.3 


30 


70 


1 91 1 


2 6 


5 


15 


1.23.1 


2.6 


2 


20 


1.23.2 


2.3 


40 


95 


1.23.2 


2.3 


50 


90 


1.23.3 


2.1 


95 


95 


1.23.3 


2.1 


85 


99 


1.24.0 


2.3 


2 


10 


1.24.0 


2.3 


5 


20 


1.24; 1 


2.5 


1 


5 • 


1.24.1 


2.5 


■ N 


5 


1.24.2 


2.8 


2 


15 


1.24.2 


2.8 


5 


15 


1.24.3 


2.1 


40 


95 


l r 24.3 


2,1 


70 


99 



Notes for Table 2 



The numbers for the salt spray results are percentages of the surface visibly covered by white rust after the 
time of testing specified, and unless there is a specification to the contrary, indicates that no red rust was 
visible. "N" means no white or red rust was visible. 

Example and Comparison Example Group 2 

This group includes comparisons against prior art commercial products. The 
substrates were flat panels of Pittsburgh-Canfield "Polished" electrogalvanized steel. Be- 
fore treatment with a composition according to the invention or a comparison composi- 
5 tion, the panels were cleaned according to a PARCO® Cleaner 338 process commercial- 
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15 



20 



25 



ly available from the Henkel Surface Technologies Div. of Henkel Corp., Madison 
Heights, Michigan (hereinafter usually abbreviated as "HST), using 5 points concentra- 
tion of the cleaner concentrate for 7 - 10 seconds of spraying on the panels at 49 °C, 
subsequent rinsing in hot water, and drying in air. The tested aqueous liquid composi- 
tions according to the invention are shown in Table 3. The ingredients identified by com- 
ponent letter only have the same meaning as in Table 1. ChemCor 191 C30 was com- 
mercially obtained from ChemCor and was reported by its supplier to be a 29 - 31 % 
emulsion in water of high density linear crystalline polyethylene stabilized with a cationic 
dispersing agent. 



Table 3 



Composi- 






Parts by Mass in Composition of: 


tion 
Number 


Deion- 
ized 


75 % 
H,P0 4 


60%H 2 TiF 6 


Com- 
ponent 
(C) 


Com- 
ponent 

00) 


Component (E) 




Water 






ChemCor 
KSL30N 


ChemCor 
191C30 


2.0 


129 ! 


10 


6.0 


5.0 


6.0 






2.1 


129 


10 


6.0 


5.0 


6.0 


10 




2.2 


129 


10 


6.0 


5.0 


6.0 ; 




10 



Substrates cleaned as described above were coated with these compositions and 
with NOVABRIGHT® C 1005, an HST commercial product for passivating galvanized 
steel surfaces, in the same manner as for Group 1 . then these panels and others ob- 
tained from commercial plant scale Coating processes were tested in salt spray in the 
same manner as for Group 1. Measured coating add-on masses per unit area, peak 
metal temperatures during drying as part of treatment according to this invention or with 
a comparison product, and salt spray test results are shown in Table 4. Replicate panels 
were used, and the intended replicates are shown one under the other in Table 4, with 
entries in the two leftmost columns of this table also applying to blank cells between 
themselves and the next entry in the same column. 
Example and Comparison Example Group 3 

In this group the factional properties of coatings formed according to the invention 
were evaluated. Compositions 2.0 and 2.2 from group 2 were used again, along with a 
Composition 3 according to the invention that had the same materials as Composition 
2,2 except that the amount of ChemCor 191C30 used was doubled while 
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Table 4 



Composition 


Peak Metal 


Coating 


Salt Spray Test Result After: I 


! Identi- 
j fi cat ion 


Tempera- 
ture, C 


Add-On - 
iviass, g/ ni 


24 Hours 


, 48 Hours 


TJ u niirc 

ii, nours 


Ofi Hnnrc S 
nuuis i 


| 2.0 


si/: 

oo 


X..O 


25 


25 




25 ~~1 






9 fi 

z.o 


50 


60 


60 


60 






in 


2. 


2 


10 


15 






i fi 


N 


<1 


2 


2 1 


J 2.1 


oo 


9 7 


10 


10 


10 


10 1 


1 




9 1 
Z.I 


1 


2 


5 ' 


10 








1 . | 


2 i 


5 


10 


1 






N 


<1 


1 


2 


1 2,2 


66 


9 ^ 


2 


5 


. .. 5 : 


10 






9 ^ 
Z.j 


2 . 


5 


5 


5 


J 






1 


5 


15 ; 1 


20 J 


1 




i n 


N 


2 


5 


10 


I 


121 


9 n 
z.u 


1 


.5 


5 


10 


1 




Z.4 


5 


5 


5 


5 






in 

1:.U 


N 


5 


5 


15 


1 




l.Z 


1 


2 " ■ 


5 


10 


| NBG 


66 


9 1 
Z.J 


10 




i no* 


100* 1 






1.7 


60 


100* 


100* 


100* 






1.4 


40 


99* 


100* 


100* 






1.4 


60 


90* 


100* 


100* 


NBG-c 


n.k. 


n.k. 


75 


99* 


100* 


100* j 






n.k. 


75 


95* 


100* 


100* 


X-c 




n.k. 


95 


! 100* 


100* 


100* 






n.k. 


95 


100* 


100* 


100* 


|No treatment 






75* 


100* 


100* 


100* 1 



*At least part of this rust was red; otherwise, all of the rust observed was white. Where it is observed, red 
rust signifies such extensive corrosion that the galvanized coating on the substrate is completely penetrated, 
allowing red iron rust to replace white corrosion products from zinc. 

"NBG" means "NOVABRIGHT® C 1 005 commercial passivating product; "-c" taken from a large-scale 
commercial line using the treatment named at the left; "X" means a product believed to be commercial, 
but processed in a manner not known in detail; "n.k." means "not known"; "-" indicates "not applicable". 
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the amounts of other components remained the same, and the commercial products de- 
scribed in Group 2 were also used again. At least two flat panels of hot-dip-galvanized 
steel were treated with each composition in the same general manner as described for 
Group 2. The treated and dried substrates were then tested for average coefficient of 

s friction on a draw bench under a pressure of 17 bars. This test produces a graph of 
■ drawing force against time, which is functionally equivalent to distance, as the moving 

frictional element of the draw bench is drawn along the full length of the stationary tested 
panel. The drawing force typically rises very rapidly at the beginning and then remains 
steady or slightly declines during the remainder of the test. The peak drawing force mea- 

io sured during the initial rapid rise is recorded as the initial force. The entire time length 
of the graph is divided into four equal intervals, and the coefficients of friction corre- 
sponding to the initial drawing force and the drawing forces measured from the graph at 
the ends of each of the four intervals are shown in Table 5 below. Intended replicates 
are shown one under another in the Table, with an Average for the coating type after 

is each group of replicates. The results indicate that the compositions according to the 
invention are superior in this property to the current standard commercial products, with 
the composition containing an intermediate amount of wax giving lower friction than the 
one with no wax or the higher amount. 
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Table 5 



Coating 


Coefficient of Friction ("u"): 


Average |i 

for All Five 
j ui rive 

Measure- 


Type 


Initial 


Measured at the End of Interval Number: 






1 


2 


3 


4 


ments 


2.0 


0.59 


0.44 


0.41 


0.65 


0.28 


0.51 




0.64 


0.53 


0.45 


0.36 


0.35 


0.45 




0.76 


0.59 


0.53 


0.47 


0.42 


0.51 


2.0 Average 


0.66 


0.52 


0.46 


0.50 


0.35 


0.42 


2.2 


0.42 


0.42 


0.41 


0.40 


0.37 


0.41 




0.39 


0.40 


0.40 


0.36 


0.35 


0.39 




0.42 


0.45 


0.46 


0.44 


0.42 


0.45 




0.45 


0.47 


0.44 


0:41 


0.39 i 


0.44 


2.2 Average 


0.42 


0.43 


0.43 


0.40 


0.38 


0.42 


3 


0.77 


0.58 


0.46 


0.34 


0.34 


0.46 




0.62 


0.59 


0.56 


0.55 


0.42 


0.56 




0.65 


0.48 j 


0.46 


0.45 


0.45 


0.46 


3 Average 


0.68 


0.54 


0.49 


0.45 


0.40 


0.50 


NBG 


0.38 


0.57 


0.63 


0.57 


0.51 


0.59 




0.42 


0.42 


0.42 


! 0.44 


0.39 


0.43 


NBG-c 


n.k. 


0.64 


0.63 


0.58 


n.k. 


0.62 




n.k 


0.59 


0.53 


0.41 


n.k. 


0.51 


NBG Avg. 


0.40 


0.56 


0.55 


0.50 


0.45 


0.54 


X-c 


n.k. 


0.70 


0.76 


0.70 


n.k. 


0.72 




n.k. 


0.68 


0.61 


0.58 


n.k. 


0.62 


X-c Average 




0.69 


0.69 


0.64 




0.67 



29 



WO 99/19083 



PCT/US98/20933 



CLAIMS 

1 . A process for forming over a metal surface an adherent solid coating that imparts 
to the metal surface after coating at least one of the following changes: (i) protecting the 
surface as treated, without any additional coating, from corrosion more effectively than 

5 does the absence of any coating; (ii) improving the adhesion of a subsequently applied 
coating, compared to the adhesion that would be achieved between the same subse- 
quently applied coating and the uncoated metallic surface; and (Hi) allowing the treated 
metallic surface to be satisfactorily cold-worked without the need for any liquid organic 
lubricant under conditions where the metal surface if not coated can not be satisfactorily 

io cold-worked without use of an organic liquid lubricant, said process comprising 
operations of: (I) coating said metal surface with a layer of an aqueous liquid composition 
comprising water and: 

(A) a concentration of a component of dissolved phosphorus-containing anions; 

(B) a concentration of a dissolved component selected from the group consisting of 
15 simple and complex anions containing fluorine atoms; 

(C) a concentration of a component consisting of dissolved, dispersed, or both 
dissolved and dispersed materials (a), (p), or both (a) and (p), wherein: 

(a) consists of polymer molecules each of which has at least one unit conform- 
ing to the immediately following general formula (II): 




c— — — C 




20 wherein: 

each of R 2 through R 4 is selected, independently of each other and 
independently from one molecule of the component to another and from 
one to another unit conforming to this formula when there is more than 
one such unit in a single polymer molecule, from the group consisting of 

' 30. 
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a hydrogen moiety, an alkyl moiety with from 1 to 5 carbon atoms, and an 
aryl moiety with from 6 to 1 8 carbon atoms; 

each of Y 1 through Y 4 is selected, independently, except as noted further 
below, of each other and independently from one molecule of the com- 
ponent to another and from one to another unit of any polymer molecule 
conforming to this formula when there is more than one such unit in a 
single polymer molecule from the group consisting of: a hydrogen moiety; 
a -CH 2 CI moiety; an alkyl moiety with from 1 to 18 carbon atoms; an aryl 
moiety with from 6 to 18 carbon atoms; a moiety conforming to the 
general formula -CR 12 R 13 OR 14 , where each of R 12 through R 14 is selected 
from the group consisting of a hydrogen moiety, an alkyl moiety, an aryl 
moiety, a hydroxyalkyl moiety, an aminoalkyl moiety, a mercaptoalkyl moi- 
ety, and a phosphoalkyl moiety; and a moiety Z that conforms to one of 
the two immediately following general formulas: 



C- 



N 



o r 



C- 



R :'• 
N— R 8 



15 



20 



25 



where each of R 5 through R 8 is selected, independently of each other and 
independently from one molecule of the component to another and from 
one to another unit conforming to this formula when there is more than 
one such unit in a single polymer molecule, from the group consisting of 
a hydrogen moiety, an alkyl moiety, an aryl moiety, a hydroxyalkyl moiety, 
an aminoalkyl moiety, a mercaptoalkyl moiety, and a phosphoalkyl moiety 
and R 9 is selected from the group consisting of a hydrogen moiety, an 
alkyl moiety, an aryl moiety, a hydroxy or polyhydroxy alkyl moiety, an 
amino or polyamino alkyl moiety, a mercapto or polymercapto alkyl 
moiety, a phospho or polyphospho alkyl moiety, an -O" moiety, and an 
-OH moiety, 

at least one of Y 1 through Y 4 in at least one unit of each selected polymer 
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molecule being a moiety Z as above defined; and 

W 1 is selected, independently from one molecule of the component to 
another and from one to another unit conforming to this formula when 
there is more than one such unit in a single polymer molecule, from the 
group consisting of a hydrogen moiety, an acyl moiety, an acetyl moiety, 
a benzoyl moiety; a 3-aIiyloxy-2-hydroxypropyl moiety; a 3-benzyloxy-2- 
hydroxypropyl moiety; a 3-butoxy-2-hydroxypropyI moiety; a 3-alkyloxy-2- 
hydroxypropyl moiety; a 2-hydroxyoctyl moiety; a 2-hydroxyalkyl moiety; 
a 2-hydroxy-2-phenylethyl moiety; a 2-hydroxy-2-alkylphenylethyl moiety; 
a benzyl, methyl, ethyl, propyl, unsubstituted alkyl, or unsubstituted allyl, 
unsubstituted alkylbenzyl moiety; a halo or polyhalo alkyl, or halo or poly- 
halo alkenyl moiety; a moiety derived from a condensation polymerization 
product of ethylene oxide, propylene oxide or a mixture thereof by de- 
leting*one hydrogen atom therefrom; and a sodium, potassium, lithium, 
ammonium or substituted ammonium, or phosphonium or substituted 
phosphonium cation moiety; and 
(P) consists of polymer molecules each of which does not include a unit conform- 
ing to general formula (II) as given above but does include at least one unit corre- 
sponding to the immediately following general formula (III): 




20 wherein: 

each of R 10 and R 11 is selected, independently of each other and 
independently from one molecule of the component to another and from 
one to another unit conforming to this formula when there is more than 
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one such unit in a single polymer molecule, from the group consisting of 
a hydrogen moiety, an alkyl moiety with from 1 to 5 carbon atoms, and an 
aryl moiety with from 6 to 18 carbon atoms; 

each of Y 4 through Y 6 is selected, independently of each other and inde- 
pendently from one molecule of the component to another and from one 
to another unit of any polymer molecule conforming to this formula when 
there is more than one such unit in a single polymer molecule, except as 
noted further below, from the group consisting of: a hydrogen moiety; a 
-CH 2 CI moiety; an alkyl moiety with from 1 to 18 carbon atoms; an aryl 
moiety with from 6 to 18 carbon atoms; a moiety conforming to the gener- 
al formula -CR l2 R 13 OR 14 , where each of R 12 through R 14 is selected from 
the group consisting of a hydrogen moiety, an alkyl moiety, an aryl moi- 
ety, a hydroxyalkyl moiety, an aminoalkyl moiety, a mercaptoalkyl moiety, 
and a phosphoalkyl moiety; and a moiety Z as defined for material (a) 
above, at least one of Y 1 through Y 4 in at least one unit of each selected 
polymer molecule being a moiety Z as above defined; and 
W 2 is selected, independently from one molecule of the component to an- 
other and from one to another unit of any polymer molecule conforming 
to this formula when there is more than one such unit in a single polymer 
molecule, from the group consisting of a hydrogen moiety, an acyl moiety, 
an acetyl moiety, a benzoyl moiety; a 3-allyloxy-2-hydroxypropyl moiety; 
a 3-benzyloxy-2-hydroxypropyl moiety; a 3-butoxy-2-hydroxypropyl 
moiety; a 3-alkyloxy-2-hydroxypropyl moiety; a 2-hydroxyoctyl moiety; a 
2-hydroxyalkyl moiety; a 2-hydroxy-2-phenylethyl moiety; a 2-hydroxy-2- 
alkylphenylethyl moiety; a benzyl, methyl, ethyl, propyl, unsubstituted 
alkyl, unsubstituted allyl, or unsubstituted alkylbenzyl moiety; a halo or 
polyhalo alkyl, or halo or polyhalo alkenyl, moiety; a moiety derived from 
a condensation polymerization product of ethylene oxide, propylene oxide 
or a mixture thereof by deleting one hydrogen atom therefrom; and a 
sodium, potassium, lithium, ammonium or substituted ammonium, or 
phosphonium or substituted phosphonium cation moiety; 
the phrase "polymer molecule" in the above definitions of materials (a) and (P) 
including any electrically neutral molecule with a molecular weight of at least 300 
daltons; and 
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(D) a concentration of a component of dissolved, stably dispersed, or both dissolved 
and stably dispersed film-forming molecules, said molecules not being part of 
. ;. any of immediately previously recited components (A) through (C); 
and (II) drying into place over the metal surface the non-volatile contents of the liquid 
5 layer formed in operation (I), so as to form said solid coating. 

2. A process according to claim 1 , wherein: 

the solid layer formed in operation (II) has a mass per unit area of the metal 
surface coated that is from about 0.2 to about 10 grams per square meter 
( n g/m 2 ); 
io - either: 

component (B) includes at least one of the elements boron, silicon, 
titanium, zirconium, and hafnium in anions that also contain fluorine 
atoms, and the concentration, in a unit of moles per aqueous liquid com- 
position volume, of the total of the elements boron, silicon, titanium, zir- 
conium, and hafnium in the liquid composition from which a layer is 
formed in step (I) has a ratio to the concentration of phosphorus atoms 
that is stoichiometrically equivalent to the concentration of component (A) 
in said aqueous liquid composition, in the same unit as for component 
(B), that is from about 0.03:1.0 to about 2.0:1.0; or 
20 - component (B) does not include any of the elements boron, silicon, 

titanium, zirconium and hafnium, and the the concentration in moles of 
fluorine atoms in the liquid composition from which a layer is formed in 
step (I) has a ratio to the concentration in moles of phosphorus atoms 
that is stoichiometrically equivalent to the concentration of component (A) 
2s in the same mass of the same liquid composition that is from about 

0.3:1.0 to about 7:1.0; 
in said aqueous liquid composition, the concentration of component (C), in a unit 
of mass per aqueous liquid composition volume, has a ratio to the stoichiometric- 
ally equivalent concentration as H 3 P0 4 of component (A), in the same unit as for 
3 0 component (C), that is from about 0.02:1.0 to about 2.0:1.0; 

in said aqueous liquid composition, the concentration of component (D), in a unit 
of mass per volume of the total liquid composition, has a ratio to the concentra- 
tion of component (A) in the same unit as for component (D) that is from about 
0.3:1.0 to about 15:1.0; and 
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the liquid composition also contains a volume of a component (E) of stably dis- 
persed solid material that in isolated form has a coefficient of static friction, mea- 
sured between two pieces of the solid material itself or between the solid material 

and cold rolled steel, that is not greater than 0.35, this solid material not being 
part of any of components (A) through (D), the volume of component (E) in said 
aqueous liquid composition being such that an equal volume of high density poly- 
ethylene has a mass with a ratio to the mass of component (D) present in the 
same liquid composition that is from about 0.005:1.0 to about 0.40:1.0. 

3. A process according to claim 2, wherein: 

component (A) was provided to the composition as brthophosphoric acid or at 
least one salt thereof; 

component (B) is selected from the group consisting of anions with one of the 

chemical formulas BF 4 -\ SiF 6 " 2 , TiF 6 - 2 , ZrF 6 - 2 , and HfF 6 - 2 ; 

component (C) is selected from molecules of type (a) when: 

each of R 2 through R 6 , R 10 , R 11 , W\ and W 2 is a hydrogen atom moiety; 
each of Y 1 through Y 6 is a hydrogen atom moiety or a moiety Z; 
averaged over the entire content of component (C), each polymer mole- 
cule contains a number of units corresponding to general formulas (II) as 
defined above that is from about 5 to about 50; 

. averaged over the entire content of component (C), the number of 
moieties Z has a ratio to the number of aromatic nuclei that is from about 
0.20:1.0 to about 2.0:1.0; 

averaged over the entire content of component (C), the number of 
polyhydroxyl moieties Z, which are defined as those moieties Z in which 
at least R B in the general formulas for moieties Z has (i) from 4 to 6 
carbon atoms and (ii) as many hydroxy I groups, each attached to a 
distinct one of the carbon atoms, as one less than the number of carbon 
atoms in the R 8 moiety, has a ratio to the total number of moieties Z in the 
composition that is at least about 0.50:1.0; and 
- R 7 is an alkyl moiety with not more than 3 carbon atoms. 
4. A process according to claim 3, wherein: 

- the solid layer formed in operation (II) has a mass per unit area of the metal 
surface coated that is from about 0.80 to about 4.0 g/m 2 ; 

- component (B) includes at least one of the elements boron, silicon, titanium, zir- 
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conium, and hafnium in anions that also contain fluorine atoms, and the concen- 
tration in a unit of moles per aqueous liquid composition volume of the total of the 
elements boron, silicon, titanium, zirconium, and hafnfum in the liquid 
composition from which a layer is formed in step (I) has a ratio to the 
5 concentration of phosphorus atoms that is stoichiometrically equivalent to the 

: concentration of component (A), in the same unit as for component (B), is from 

about 0.12:1.0 to about 0.40:1.0; 

in said aqueous liquid composition, the concentration of component (C), in a unit 
of mass per volume, has a ratio to the stoichiometrically equivalent concentration 
10 as H 3 P0 4 of component (A), in the same unit as for component (C), that is from 

about 0.08:1.0 to about 0.40:1.0; 

- in said aqueous liquid composition, the concentration of component (D), in a unit 
of mass per volume of the total liquid composition, has a ratio to the concentra- 
tion of component (A) in the same unit as for component (D) that is from about 

15 0.9:1.0 to about 4.0:1.0; and 

the liquid composition also contains a volume of component .(E) of stably dis- 
persed solid material that in isolated form has a coefficient of static friction, mea- 
sured between two pieces of the solid material itself or between the solid material 
and cold rolled steel, that is not greater than 0. 16, this solid material not being 

20 part of any of components (A) through (D), the volume of component (E) being 

such that an equal volume of high density polyethylene has a mass with a ratio 
to the mass of component (D) present in the same liquid composition that is from 
about 0.025:1.0 to about 0.10:1.0. 

5. A process according to claim 4, wherein: 
25 - . the solid layer formed in operation (II) has a mass per unit area of the metal 
surface coated that is from about 1.5 to about 2.5 g/m 2 ; 

- in said aqueous liquid composition, component (B) is hexafluorotitanic acid, and 
its concentration in a unit of moles of titanium per volume of said liquid 
composition has a ratio to the concentration of phosphorus atoms that is stoichio- 

30 metrically equivalent to the concentration of component (A), in the same unit as 

for component (B), that is from about 0.21:1.0 to about 0.35:1.0; 
component (C) is selected from polymers of 4-vinyI phenol to which have been 
grafted Z moieties from reaction of formaldehyde and N-methyl glucamine, and 
the concentration of component (C), in a unit of mass per volume, has a ratio to 
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the stoichiometrically equivalent concentration as H 3 P0 4 of component (A)> in the 
same unit as for component (C), that is from about 0.14:1 .0 to about 0.35:1 .0; 
in said aqueous liquid composition, the concentration of component (D), in a unit 
of mass per volume of the total liquid composition, has a ratio to the concentra- 
tion of component (A) in the same unit as for component (D) that is from about 
1.5:1.0 to about 2.9:1.0; and 

component (E) is high desnsity polyethylene and has a mass with a ratio to the 
mass of component (D) present in the same liquid composition that is from about 
o!o42: 1.0 to about 0.10:1,0. 
6. A process for forming over a metal surface an adherent solid coating that imparts 
to the metal surface after coating at least one of the following changes: (i) protecting the 
surface as treated, without any additional coating, from corrosion more effectively than 
does the absence of any coating; (ii) improving the adhesion of a subsequently applied 
coating, compared to the adhesion that would be achieved between the same subse- 
quently applied coating and the uncoated metallic surface; and i (Hi) allowing the treated 
metallic surface to be satisfactorily cold-worked without the need for any liquid organic 
lubricant under conditions where the metal surface if not coated can not be satisfactorily 
cold-worked without use of an organic liquid lubricant, said process comprising 
operations of: (I) coating said metal surface with a layer of an aqueous liquid composition 
that has been made by mixing a first mass of water and: 

(A) a second mass of a water soluble source of phosphorus-containing anions; 

(B) a third mass of a source of water soluble anions selected from the group 
consisting of simple and complex anions containing fluorine atoms; 

(C) a fourth mass of a component consisting of materials (a), (p), or both (a) and (P) 
wherein: 

(a) consists of polymer molecules each of which has at least one unit conform- 
ing to the immediately following general formula (II): 



37 



WO 99/19083 



PCT/US98/20933 




c— — c 




wherein: 

each* of R 2 through R 4 is selected, independently of each other and 
independently from one molecule of the component to another and from 
one to another unit conforming to this formula when there is more than 
one such unit in a single polymer molecule, from the group consisting of 
a hydrogen moiety, an alkyl moiety with from 1 to 5 carbon atoms, and an 
aryl moiety with from 6 to 18 carbon atoms; 

each of Y 1 through Y 4 is selected, independently, except as noted further 
below, of each other and independently from one molecule of the com- 
ponent to another and from one to another unit of any polymer molecule 
conforming to this formula when there is more than one such unit in a 
single polymer molecule from the group consisting of: a hydrogen moiety; 
a -CH 2 GI moiety; an alkyl moiety with from 1 to 18 carbon atoms; an aryl 
moiety with from 6 to 18 carbon atoms; a moiety conforming to the 
general formula -CR 12 R 13 OR 14 , where each of R 12 through R 14 is selected 
from the group consisting of a hydrogen moiety, an alkyl moiety, an aryl 
moiety, a hydroxyalkyl moiety, an aminoalkyl moiety, a mercaptoalkyl moi- 
ety, and a phosphoalkyl moiety; and a moiety Z that conforms to one of 
the two immediately following general formulas: 
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whereeach of R 5 through R 8 is selected, independently of each other and 
independently from one molecule of the component to another and from 
one toianother unit conforming to this formula when there is more than 
one such unit in a single polymer molecule, from the group consisting of 
a hydrogen moiety, an alkyl moiety, an aryl moiety, a hydroxy alkyl moiety, 
an aminoalkyl moiety, a mercaptoalkyl moiety, and a phosphoalkyl moiety 
and R 9 is selected from the group consisting of a hydrogen moiety, an 
alkyl moiety, an aryl moiety, a hydroxy or polyhydroxy alkyl moiety, an 
amino or polyamlno alkyl moiety, a mercapto or polymercapto alkyl 
moiety, a phosphd or polyphospho alkyl moiety, an -Cr moiety, and an - 
OH moiety, 

at least one of Y 1 through Y 4 in at least one unit of each selected polymer 

molecule being a moiety 2 as above defined; and 

W 1 is selected, independently from one molecule of the component to 
another and from one to another unit conforming to this formula when 
there is more than one such unit in a single polymer molecule, from the 
group consisting of a hydrogen moiety, an acyl moiety, an acetyl moiety, 
a benzoyl moiety; a 3-atlyloxy-2-hydroxy propyl moiety; a 3-benzyloxy-2- 
hydroxypropyl moiety; a 3-butoxy-2-hydroxyprojDyl moiety; a 3-alkyloxy-2- 
hydroxypropyl moiety; a 2-hydroxyoctyl moiety; a 2-hydroxyalkyl moiety; 
a 2-hydroxy-2-phenylethyl moiety; a 2-hydroxy-2-alkylphenylethyl moiety; 
a benzyl, methyl, ethyl, propyl, unsubstituted alkyl, unsubstituted allyl, or 
unsubstituted alkylbenzyl moiety; a halo or polyhalo alkyl, or halo or poly- 
halo alkenyl moiety; a moiety derived from a condensation polymerization 
product of ethylene oxide, propylene oxide or a mixture thereof by de- 
leting one hydrogen atom therefrom; and a sodium, potassium, lithium, 
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ammonium or substituted ammonium, or phosphoniUm or substituted 

phosphonium cation moiety; and 
(3) consists of polymer molecules each of which does not include a unit conform- 
ing to general formula (II) as given above but does include at least one unit corre- 
sponding to the immediately following general formula (III): 




wherein: 

each of R 10 and R 11 is selected, independently of each other and inde- 
pendently from one molecule of the component to another and from one 
to another unit conforming to this formula when there is more than one 
10 such unit in a sin 9'e polymer molecule, from the group consisting of a hy- 

drogen moiety, an alkyl moiety with from 1 to 5 carbon atoms, and an aryl 
moiety with from 6 to 18 carbon atoms; 

- each of Y 4 through Y 6 is selected, independently of each other and inde- 
pendently from one molecule of the component to another and from one 

15 to another unit of any polymer molecule conforming to this formula when 

there is more than one such unit in a single polymer molecule, except as 
noted further below, from the group consisting of: a hydrogen moiety; a 
-CH 2 CI moiety; an alkyl moiety with from 1 to 18 carbon atoms; an aryl 
moiety with from 6 to 1 8 carbon atoms; a moiety conforming to the gener- 

20 al formula -CR 12 R ,3 OR 14 , where each of R 12 through R 14 is selected from 

the group consisting of a hydrogen moiety, an alkyl moiety, an aryl moi- 
ety, a hydroxyalkyl moiety, an aminoalkyl moiety, a mercaptoalkyl moiety, 
and a phosphoalkyl moiety; and a moiety Z as defined for material (a) 
above, at least one of Y 1 through Y 4 in at least one unit of each selected 

25 polymer molecule being a moiety Z as above defined; and 
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. W 2 js selected, independently from one molecule of the component to an- 
other and from one to another unit of any polymer molecule conforming 
to this formula when there is more than one such unit in a single polymer 

molecule, from the group consisting of a hydrogen moiety, an acyl moiety, 
an acetyl moiety, a benzoyl moiety; a 3-allyloxy-2-hydroxypropyl moiety; 
a 3-benzyloxy-2-hydroxypropyl moiety; a 3-butoxy-2-hydroxypropyl 
moiety; a 3-alkyloxy-2-hydroxypropyl moiety; a 2-hydroxybctyl moiety; a 
2-hydroxyalkyl moiety; a 2-hydroxy-2-phenylethyl moiety; a 2-hydroxy-2- 

alkylphenylethyl moiety; a benzyl, methyl, ethyl, propyl, unsubstituted 
alkyl, unsubstituted allyl, or unsubstituted alkylbenzyl moiety; a halo or 
polyhalo alkyl, or halo or polyhalo alkenyl, moiety; a moiety derived from 
a condensation polymerization product of ethylene oxide, propylene oxide 
or a mixture thereof by deleting one hydrogen atom therefrom; and a 
sodium, potassium, lithium, ammonium or substituted ammonium, or 
phosphonium or substituted phosphonium cation moiety; and 

(D) a fifth mass of a source of dissolved, stably dispersed, or both dissolved and 
stably dispersed film-forming molecules, said molecules not being part of any of 
immediately previously recited substances (A) through (C); 

and (II) drying into place over the metal surface the non-volatile contents of the liquid 

layer formed in operation (I), so as to form said solid coating. 

7. A process according to claim 6, wherein: 

the solid layer formed in operation (II) has a mass per unit area of the metal 
surface coated that is from about 0.2 to about 10 grams per square meter 

C'g/m 2 ); 
either. 

- substance (B) includes at least one of the elements boron, silicon, 
titanium, zirconium, and hafnium in anions that also contain fluorine 
atoms, and the third mass contains a number of moles of the total of the 
elements boron, silicon, titanium, zirconium, and hafnium that has a ratio 
to the number of moles of phosphorus atoms in said liquid composition 
that is from about 0.03:1.0 to about 2.0:1.0; or 

substance (B) does not include any of the elements boron, silicon, 
titanium/zirconium and hafnium, and the third mass contains a number 
of moles of fluorine atoms that has a ratio to the number of moles of 
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phosphorus atoms corresponding to said second mass that is from about 

0.3:1.0 to about 7:1.0; 
the fourth mass has a ratio to the stoichiometrically equivalent mass as H 3 P0 4 
of the second mass that is from about 0.02:1 .0 to about 2.0:1 .0; 
5 - the fifth mass has a ratio to the stoichiometric equivalent mass as H 3 P0 4 of the 
second mass that is from about 0.3:1.0 to about 15:1.0; and 
the liquid composition also contains a volume of a component (E) of stably dis- 
persed solid material that in isolated form has a coefficient of static friction, mea- 
sured between two pieces of the solid material itself or between the solid material 
10 and cold rolled steel, that is not greater than 0.35, this solid materia! not being 

part of any of components (A) through (D), the volume of component (E) being 
such that an equal volume of high desnsity polyethylene has a sixth mass with 
a ratio to said fifth mass that is from about 0.005: 1 .0 to about 0.40: 1 0. 

8. A process according to claim 7, wherein: 
15 - component (A) was provided to the composition as orthophosphoric acid or at 
least one salt thereof; 

component "(B) is selected from the group consisting of anions with one of the 
chemical formulas BF 4 ~\ SiF 6 ~ 2 , TiF 6 ~ 2 t ZrF 6 ~ 2 , and HfF 6 ' 2 ; 
- component (C) is selected from molecules of type (a) when: 
20 - each of R 2 through R 6 , R 10 , R 11 , W\ and W 2 is a hydrogen atom moiety; 

each of Y 1 through Y 6 is a hydrogen atom moiety or a moiety 2; 
averaged over the entire content of component (C), each polymer mole- 
cule contains a number of units corresponding to general formulas (II) as 
defined above that is from about 5 to about 50; 
25 - averaged over the entire content of component (C), the number of 

moieties Z has a ratio to the number of aromatic nuclei that is from about 
0.20:1 jO to about 2.0:1.0; 

averaged over the entire content of component (C), the number of moie- 
ties Z in which R 8 in the general formulas for moieties Z has (i) from 4 to 
30 6, carbon atoms and (ii) as many hydroxy! groups, each attached to one 

of the carbon atoms, as one less than the number of carbon atoms in the 
R 8 moiety has a ratio to the total number of moieties Z in the composition 
that is at least about 0.50:1.0; and 

R 7 is an alkyl moiety with not more than 3 carbon atoms. 
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A process according to claim 8, wherein: 

the solid layer formed in operation (II) has a mass per unit area of the metal 
surface coated that is from about 0.80 to about 4.0 g/m 2 ; 
component (B) includes at least one of the elements boron, silicon, titanium, zir- 
conium, and hafnium in anions that also contain fluorine atoms, and the concen- 
tration in a unit of moles per aqueous liquid composition volume of the total of the 
elements boron, silicon, titanium, zirconium, and hafnium in the liquid 
composition from which a layer is formed in step (I) has a ratio to the 
concentration of -phosphorus atoms that is stoichiometrically equivalent to the 
concentration of component (A), in the same unit as for component (B), is from 
about 0.12:1.0 to about 0,40:1.0; 

in said aqueous liquid composition, the concentration of component (C), in a unit 
of mass per volume, has a ratio to the stoichiometrically equivalent concentration 
as H 3 P0 4 of component (A), in the same unit as for component (C) , that is from 
about 0.08:1.0 to about 0.40:1.0; 

in said aqueous liquid composition, the concentration of component (D), in a unit 
of mass per volume of the total liquid composition, has a ratio to the concentra- 
tion of component (A) in the same unit as for component (D) that is from about 
0.9:1.0 to about 4.0:1.0; and 
- the liquid composition also contains a volume of component (E) of stably dis- 
persed solid material that in isolated form has a coefficient of static friction, mea- 
sured between two pieces of the solid material itself or between the solid material 
and cold rolled steel, that is not greater than 0.16. this solid material not being 

part of any of components (A) through (D). the volume of component (E) being 
such that an equal volume of high desnsity polyethylene has a mass with a ratio 
to the mass of component (D) present in the same liquid composition that is from 
about 0.025:1.0 to about 0.10:1.0. 
10. a process according to claim 4, wherein: 

the solid layer formed in operation (II) has a mass per unit area of the metal 
surface coated that is from about 1 .5 to about 2.5 g/m 2 ; 

component (B) is hexafluorotitanic acid, and said third mass contains a number 
of moles of titanium that has a ratio to the number of moles of phosphorus atoms 
that is stoichiometrically equivalent to the stoichiometric equivalent as H 3 PC>4 of 
said second mass that is from about 0.21 :1 .0 to about 0.35:1 .0; 
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component (C) is selected from polymers of 4-vinyl phenol to which have been 
grafted 2 moieties from reaction of formaldehyde and N-methyl glucamine, and 
said fourth mass has a ratio to the stoichiometric equivalent as H 3 P0 4 of said 
second mass that is from about 0.14:1.0 to about 0.35:1.0; 
- said fourth mass has a ratio to the stoichiometric equivalent as H 3 P0 4 of said 
second mass that is from about 1.5:1.0 to about 2.9:1 .0; and 
component (E) is high desnsity polyethylene and said sixth mass has a ratio to 
said fifth mass that is from about 0.042:1 .0 to about 0.10:1 .0. 

11. A primary make-up concentrate composition that is suitable for mixing with water 
and, optionally, one or more other materials to produce an aqueous liquid working com- 
position for use in a process according to any one of claims 1 - 10, said primary make-up 
concentrate composition comprising water and 

an amount of component (A) that corresponds stoichiometrically to an amount 
of H 3 'P0 4 that constitutes at least about 20 % of the total primary make-up 
concentrate; 

at least about 0.50 moles of one or more metal atoms or boron atoms associated 
with fluorine atoms in an anion per kilogram of the total primary make-up 
concentrate; and 

at least about 4.0 percent of component (C). 

12. A primary make-up concentrate according to claim 1 1 , wherein: 

the amount of component (A) corresponds stoichiometrically to an amount of 
H3PO4 that constitutes at least about 24 % of the total primary make-up concen- 
trate; 

there is at least about 0.60 mole of one or more metal atoms or boron atoms 
associated with fluorine atoms in an anion per kilogram of the total primary make- 
up concentrate; and 

there is at least about 4.5 percent of component (C). 

13. A primary make-up concentrate according to claim 12, wherein: 

the amount of component (A) corresponds stoichiometrically to an amount of 
H3PO4 that constitutes at least about 28 % of the total primary make-up concen- 
trate; 

there is at least about 0.70 mole of one or more metal atoms or boron atoms 
associated with fluorine atoms in an anion per kilogram of the total primary make- 
up concentrate; 
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there is at least about 5.0 percent of component (C);~and 

component (C) is selected from molecules of type (a) when: 

. each of R 2 through R 6 , R 10 , R 11 , W\ and W 2 is a hydrogen atom moiety; 

. each of Y 1 through Y 6 is a hydrogen atom moiety or a moiety Z; 

averaged over the entire content of component (C), each polymer mole- 
cule contains a number of units corresponding to general formulas (II) as 
defined above that is from about 5 to about 50; 

averaged over the entire content of component (C), the number of 
moieties Z has a ratio to the number of aromatic nuclei that is from about 
0.20:1.0 to about 2.0:1.0; 

averaged over the entire content of component (C)„ the number of 
polyhydroxyl moieties Z, which are defined as those moieties Z in which 
at least R e in the general formulas for moieties Z has (i) from 4 to 6 
carbon atoms and (ii) as many hydroxyl groups, each attached to a 
distinct one of the carbon atoms, as one less than the number of carbon 
atoms in the R 8 moiety, has a ratio to the total number of moieties Z in the 
composition that is at least about 0.50:1.0 and 
R 7 is an alkyl moiety with not more than 3 carbon atoms. 

I4 A primary make-up concentrate according to claim 13, wherein: 

the amount of component (A) corresponds stoichiometrically to an amount of 
H3PO4 that constitutes at least about 31 % of the total primary make-up 
concentrate; 

there is at least about 0.80 mole of one or more metal atoms or boron atoms 
associated with fluorine atoms in an anion per kilogram of the total primary 

up concentrate; and 

there is at least about 5.5 percent of component (C). 

15. A primary make-up concentrate according to claim 14, wherein: 

H 3 P0 4 constitutes at least about 34 % of the total primary make-up concentrate; 
there is at least about 0.95 mole of hexafluorotitanic acid per kilogram of the total 
primary make-up concentrate; and 
' there is at least about 6.0 percent of polymers of 4-vinyl phenol to which have 
been grafted Z moieties from reaction of formaldehyde and N-methyl glucamine. 

16. A primary make-up concentrate composition that is suitable for mixing with water 
and, optionally, one or more other materials to produce an aqueous liquid working com- 
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position for use in a process according to any one of claims 1-10, said primary make-up 
concentrate composition having been made by mixing together a first mass of water and: 
r ■ a second mass of a water soluble source of component (A) that corresponds 
stoichiometrically to a mass of H 3 P0 4 that constitutes at least about 20 % of the 
5 total primary make-up concentrate; 

- a third mass of a water soluble source of anions containing one metal atom or 
boron atom together with at least four fluorine atoms, said third mass containing 
at least about 0.50 moles of said metal atoms or boron per kilogram of the total 
primary make-up concentrate ; and 

10 - a fourth mass of component (C) that constitutes at least about 4.0 percent of the 
total primary make-up concentrate. 

17. A primary make-up concentrate according to claim 16, wherein: 

- said second mass corresponds stoichiometrically to an amount of H 3 P0 4 that 
constitutes at least about 24 % of the total primary make-up concentrate; 

15 - said third mass contains at least about 0.60 mole of said metal atoms or boron 
per kilogram of the total primary make-up concentrate; and 
said fourth mass constitutes at least about 4.5 percent of component (C). 

18. A primary make-up concentrate according to claim 17, wherein: 

said second mass corresponds stoichiometrically to an amount of H 3 P0 4 that 
20 constitutes at least about 28 % of the total primary make-up concentrate; 

- said third mass contains at least about 0.70 mole of said metal atoms or boron 
per kilogram of the total primary make-up concentrate; 

said fourth mass constitutes at least about 5.0 percent of component (C); and 
component (C) is selected from molecules of type (a) when: 
25 - each of R 2 through R 6 , R 10 , R 11 , W 1 , and W 2 is a hydrogen atom moiety; 

each of Y 1 through Y 6 is a hydrogen atom moiety or a moiety Z; 
- averaged over the entire content of component (C), each polymer mole- 
cule contains a number of units corresponding to general formulas (II) as 
defined above that is from about 5 to about 50; 
30 - averaged over the entire content of component (C), the number of 

moieties Z has a ratio to the number of aromatic nuclei that is from about 
0.20:1.0 to about 2.0:1.0; 

averaged over the entire content of component (C), the number of polyhy- 
droxyl moieties Z, which are defined as those moieties Z in which at least 
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R 8 in the general formulas for moieties Z has (i) from 4 to 6 carbon atoms 
and (ii) as many hydroxyl groups, each attached to a distinct one of the 
carbon atoms, as one less than the number of carbon atoms in the R 8 
moiety, has a ratio to the total number of moieties Z in the composition 
that is at least about 0.50:1.0; and 
R 7 is an alkyl moiety with not more than 3 carbon atoms. 

A primary make-up concentrate according to claim 18, wherein: 

said second mass corresponds stoichiometrically to an amount of H 3 P0 4 that 

constitutes at least about 31 % of the total primary make-up concentrate; 

said third mass contains at least about 0.80 mole of said metal atoms or boron 

atoms per kilogram of the total primary make-up concentrate; and 

said fourth mass constitutes at least about 5.5 percent of the total make-up 

concentrate. 

A primary make-up concentrate according to claim 19, wherein: 

said second mass consists of H 3 P0 4 that constitutes at least about 34 % of the 

total primary make-up concentrate; 

said third mass contains at least about 0.95 mole of hexafluorotitanic acid per 
kilogram of the total primary make-up concentrate; and 

said fourth mass consists essentially of at least about 6.0 percent of polymers of 
4-vinyl phenol to which have been grafted Z moieties from reaction of 
formaldehyde and N-methyl glucamine. 



47 



INTERNATIONAL SEARCH REPORT 



International application No. 
PCT/US98/20933 



A. CLASSIFICATION OF SUBJECT MATTER 
IPC(6) :B05D 3/02, 3/00, 1/18; COW 3/28, 51/00; C23C 22/00, 22/07 
US CL :427/327. 388.4, 435, 354; 148/251, 253; 524/547, 417, 430 

According to International Patent Classification (IPC) or to both national classification and IPC 



FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 
U.S. : 427/327, 388.4, 435, 354; 148/251, 253; 524/547, 417, 430 



Documentation searched other than 
NONE 



documentation to the extent that such documents are included in the fields searched 



Electronic data base consulted during the international search (name of data base and, where practicable, search 
APS 



used) 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant 



passages 



Relevant to claim No. 



US 5,298,289 A (UNDERT et al.) 29 March 1994, columns 3-8. 



1-20 



1 1 Further documents are listed in the continuation of Box C. Q See patent family 



Spook] categortes of cited documents: 

document <b fining the general state of the art which at not c 
to be of particular relevance 



wment published after the international filing dale or priority 
I not in conflict with the application but cited to understand 
> principle or theory underlying the invention 



•B- 



ant p ubli s h ed on or after the ax 
which mmy 



al filing date 



document of particular relevance; the claimed j 



on priority cUum(s) or wh 
ate of i 



tared novel or oannot be oomidared to involve an inventive step 
the document u taken slone 



document referring to an oral discl osure, use. exbmtbon or o 

document pubtisbed prior to the international Tiling date but later t 
the priority date claimed 



ent of 

to involve an mv enters 
with one or more other such __ 
obvious to a person skilled in the art 

lent member of the same patent family 



Date of the actual completion of the international search 
17 DECEMBER 1998 



Name and 



address of the ISA/US 



Box PCX 

Washington, D.C 20231 
Facsimile No. (703) 305*3230 



Date of mailing of the international search report 

14 JAM 1999 



ArtUrized officer 

PETER D. MULCAHY 
Telephone No. (703) 308-2351 




( 




Form PC17ISA/210 (second sheet)(July 1992)* 



DCID: <WO 9919083A1_I_> 



